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THE  GROWTH  OF  ETCH-FIGURES. 
By  WiLLUM  Harvey  McNairn. 

IVTRODtCTORY. 

The  extensive  and  ever  growing  literature  which  contains  the  results 
of  investigators  who  have  made  use  of  the  nuthcHl  of  etching  in  ortler 
to  obtain  a  more  exact  knowledge  of  various  phases  of  crystal  symmetry, 
is  an  evidence  of  the  importance  «)f  this  st-ries  of  phenomena  as  a  means 
of  crystailographic  research.  Among  these  publications  there  h.i\e 
appeared  from  time  to  time  papers  which  hav.-  I«  ■ii  devoted  to  the 
study  of  etch-figures  themselves  rather  than  to  their  secondary  applic.i 
tion.  It  is  evident  from  a  stmly  of  these  articles  that  many  <  '  the  p 
cesses  involved  in  the  origin  and  growth  of  etchtigures  have  not  )et 
been  fully  explained,  and  as  these  processes  are  intimately  connected 
with  the  molecular  structure  of  crystalline  matter,  the  value  of  fuller 
information  will  readily  l)e  conced  'd. 

A  leader  in  the  group  of  investigators  who  have  devoted  themselves 
to  this  phase  of  the  subject  is  Professor  V.  Goldschniidt  of  HeidellxTg. 
who  published  some  years  ago,  two  papers,  among  others,  embodying 
a  new  theory  for  the  formatif)n  of  etch-figures.'  According  to  this, 
both  pits  and  etch-hills  are  llie  result  of  movements  developed  in  the 
solvent.  The  chemical  action  f)etween  the  corrosive  and  the  sub.-itance 
upon  which  it  is  acting,  gives  rise  to  currents,  some  of  which  are  directed 
towards  and  some  away  from  the  surface  which  is  being  etched.  The 
interference  of  ascending  with  descending  currents  tends  to  form  eddies, 
each  of  which  is  the  starting  pf)int  of  a  pit.  The  tendency  of  any  s<.lvent 
would  be  to  produce  regular,  hemispherical  excavations,  but  this  is 
offset  by  the  force  of  crystallization,  which  constantly  ende.ivours  to 
keep  the  corroded  surfaces  Ixiunded  by  crystal  planes.  The  resultant 
«)f  these  opposing  tendencies  is  the  typical  etch-pit,  whose  sitles  are 
neither  wholly  irregular,  nor  yet  normal  crystal  faces,  but,  as  a  com- 
promise, planes  of  similar  nature  to  vicinal  faces.  When  a  beginning 
has  been  made,  the  growth  of  the  pit  proceeds  at  a  diminishing  rate,  and 
since  the  edges  of  the  pit  dissolve  with  greater  rapidity  than  the  walls, 
the  natural  result  will  be  an  increasingly  indistinct  outline  and  walls. 


'  Zeitsch.  fur  Kryst.,  38:27;J,  656,     1904. 
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which  finally  become  practically  indi.tinguishable  from  the  .urfare  of 

^V!IT     T   ?^"'  """'y  ^^^'''P''^  «1*"  "^^y  ^«""  «  ^'«h  lot  of 
pit.  m  the  enlarged  bottom,  of  the  old  one.,  and  k,  the  growth  goes  on. 

U^H  ,T  *'*  '*'*.«P'«na"o"  of  the  phenomena  of  etching  offered 
by  th»  theory  .eemeu  to  be  quite  adequate,  but  wme  fact,  which  cc.™ 
!vJm  r'"  ;''" '°T  °f  «"  investigation  made  by  the  writer,  of  the 
.ymme try  of  d.op..de  «*med  to  point  «,  clearly  to  a  cau«  which  lie. 
much  closer  to  the  molecular  structure  of  crystalline  matter  that  he 
preijent  research  wa.  undertaken  in  order  to  attain  to  a  fuller  Pledge 
of  these  interesting  and  somewhat  obscure  phenomena.  To  this  end  it 
TceTZr  to  tT"  T'"'  ""''^"^  ''^  investigation.  In  the  first 
S  the  1  ^Z  "^  ""!  °"«'"  ""^  ""b^quent  .tage.  in  the  growth 

o  he  pit.  and  to  compare  the  rapidity  of  the  action  on  the  variou*  face, 
of  the  crystal,  .c  wa.  exposed  to  successive,  short  application,  of  a  cor- 
rr  '"  "'""*t^'  '^""'*  ^-•"-    '"  the  second  place  in  order  to  trai 

T.  Ta  tu  I '"?"". ''^  *''*  goniometer,  and  in  the  third  place  in  order 
111.  1:1  1"""''"''°"  °f  'he  pits  a  series  of  parallel  ciavage  plltes 
was  etched.  By  these  methods,  the  various  stages  in  the  growth  of  an 
etch-figure  could  be  traced  from  a  shapeless,  shallow  depresSon.  through 
the  next  stage  of  the  greatest  perfection,  with  almost  flat  figure-fais 
wh.ch  approximate  true  crystal  planes,  and  finally,  to  the  gradual'v 
Sr  p^r;::  ^'°-  ''-  '-°-  «^^"--  -^  rounder^LnUrt 

wer!"e^c'hecV7''r"''  "''*  "'^'^  °^«'°*'*'  ^"•°"''  '"onoclinic  minerals 
^ans^rencv  ^^'"'"""'^  ^Podumene  and  diopside.  on  account  of  their 
fZ^T     7'     m'uT '■^'''  "'"^^8"  ^"d  'he  ease  with  which  satis- 

Thllr  r  '^  ^  '''^'"'''^'  ^^^  ^°""^  '°  ^  'he  most  suitable. 
The  material  was  supplied  by  the  Mineralogical  Laboratory  of  the 
University  of  Toronto,  where  most  of  the  expSments  were  cLed  out 
under  the  supervision  of  Professor  T.  L  Walker 


Part  I— Experimental. 

I.  Corrosion  of  Colemanite. 

to  tt  ''''"^^  *'^'"  colemanite  was  found  to  be  particularly  well  adapted 
to  these  experiments.  It  is  obtainable  in  clear  and  transparent  crystals 
and  It  has  a  perfect  cleavage  parallel  to  the  clinopinacoS.  ItTs  Lus 
possible  to  prepare  plates  so  thin  that  the  effects  of  corrosion  on  opposite 
sides  can  readily  be  observed  and  compared,  and  whose  broad  face^are 
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thof  which  exhibit  the  maximum  cohesion.  Experience  has  shown  that 
th«  iiost  perfect  examples  of  pits  are  pr«)duced  upon  such  faces.  This 
nas  already  been  observed  by  Raumhaucr,  who  pn-wnt!)  the  facts  in 
the  following  words:  "Am  l>  (en  entstehcn  die  einztlnen  Aetzein- 
drui  ke  auf  solchen  Flachcn.  welche  nicht  allzu  leicht  vom  Aetzmittcl 
angi'Kriffen  wcrden,  welche  demsclben  also  einen  verhaltnissmnsslg 
grossen  Wiederstand  entgegensetzen.  Dies  ist  haiifig  der  Fall  bei 
Spaltungsflachen "».  This  necessarily  follows  from  the  fact  that  the 
phenonjena  of  etching  as  well  as  those  of  cleavage  .ire  dependent  upon 
the  cohesion  of  the  crystal. 

It  is  a  well-known  fact  that  strikingly  different  results  arc  obtained 
by  the  use  of  '-arious  corrosiv  and  so  it  is  important  to  choose  with 
tare  that  one  hich  is  to  b  iploycd.  In  these  experiments  with 
colemanite  three  acid*,  each  ?  very  dilute  form,  were  successively 
tried,  namely  citric,  antic  .n<t  hydrochloric. 

Citric  acid  produ.  I  ( tch  hills.  In  cases  where  the  soluilon  was 
veiy  dilutf>  and  the  r  i..  i  had  been  early  discontinued,  the  surface  of 
the  clea<  ,t  plate  Wi>s  covered  with  closely  lying  hills  of  polygonal 
form,  fitttvi  together  like  tik>  in  a  pavement.  As  the  process  progressed, 
certain  of  the  hills  Ix-came  undercut  leaving  an  overhanging  part  some- 
what resembling  the  beaked  extensions  of  pits  to  W  subsequently  des- 
cribed. Frequently  these  projections,  all  pointing  in  the  same  direction, 
had  the  appearance  of  being  oriented. 

As  a  result  of  many  experiments  to  determine  the  effect  of  the  cor- 
rosive in  various  degrees  of  dilution,  it  was  found  that  with  extremely 
dilute  acetic  or  hydrochloric  acid,  the  pits  were  very  small,  and  that 
with  corrosives  of  greater  strength  the  pits  became  larger.  A  0.5% 
solution  of  glacial  acetic  acid  acting  on  the  clinopinacoid,  produced 
great  numbers  of  foi'--sided  pits  so  small  that  it  required  the  highest 
available  power  of  ti.e  microscope  to  observe  their  details.  Along  with 
these  well-defined  pits  there  were  also  shallow  de;jressions  with  indefinite 
outline.  Some  of  these  had  a  deeper  part  which  approached  somewhat 
to  the  form  of  a  pit.  An  interesting  feature  was  the  occurrence  in 
almost  every  clear  pit,  of  a  beak-shaped  extension,  sometimes  many 
times  longer  than  the  pit  itself,  growing  from  the  deepest  part  of  the 
figure.  As  solutions  of  greater  strength  were  used,  the  percentage  of 
beaked  pits  grew  steadily  less,  and  the  beaks  became  shorter,  until, 
when  the  optimum  strength  was  reached,  they  were  practically 
absent. 


'  "Die    Resultate    der    Aetzmethode    in    der    krystallographischen    Forschune." 
Leipzig,  1894.  p.  3. 
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When  a  solution  of  double  the  strength  was  used,  that  is  i  o% 
results  were  obtained  which  differed  only  in  degree  from  those  already 
described.  The  pits  were  larger,  the  beaks  were  shorter.  The  ill- 
defined  figures  mentioned  in  the  previous  paragraph  were  not  observed, 
but  each  pit  was  surrounded  by  a  shallow  depression  in  which  it  seemed 
to  have  been  devebped  (Plate  XXVI,  fig.  ,).  A  curious  feature  noted 
here  was  that  the  beaks  of  two  adjoining  pits  had  become  united,  form- 
.ng  a  connectmg  tube  (Plate  XXVI.  fi,.  2).  It  was  noted  also  that  the 
IJI  "",  ^^^^^  distributed,  the  su,  uce  of  the  crystal  being  in  some 
place,  c  osely  covered,  and  in  others  comparatively  free.  The  signifi- 
cance of  this  phenomenon,  which  has  been  frequently  referred  to  bv 
previous  investigators,  and  which  will  be  more  thoroughly  discussed 
on  a  later  page,  forms  the  basis  of  one  of  the  main  deductions  of  this 
pspcr. 

Wher^TI,  !^''l!!'""'  ^T  '"■^"■'  '^'^'^'  P'^^  ^"^  «'»'  shorter  beaks. 
When  2%  had  been  reached  the  pits  were  still  very  minute,  and  those 
on  one  s^e  appeared  to  differ  from  those  on  the  other  in  their  rhombic 
ou  me.  being  more  nearly  lozenge-shaped.  Distorted  pits,  enclosed  by 
four  non-parallel  sides,  two  of  which  were  distinctly  longer  than  the 
others,  were  frequently  seen. 

In  consequence  of  the  fact  that,  with  colemaniie,  hydrochloric  arid 
acts  much  less  vigorously  than  acetic  acid,  the  action  ,.f  the  former 
was  more  readily  controlled  and  the  results  were  correspondingly  more   - 
^  IS  actory.     It  was  found  that  a  1%  solution  gave  pits  whU  wer" 

cXd  Tn  h^r'^'T  '''""  ''"'^  '"  '^'  exp<.riment  previously  des- 
cribed in  which  a  solution  of  acetic  acid  of  half  the  strcnKth  was  used, 
and  there  was  the  advantage  that  the  pits  were  somewhat  larger.  Undei^ 
these  conditions  there  were  produced  numerous  small,  shallow  depres- 
sions, whose  sloping  sides  lacked  the  definiteness  of  figure  faces  In 
most  cases  the  depth  was  greater  in  one  part,  and  set  within  was  a  clearly 
defined  pit.  (Plate  XXVI.  fig.  3).  We  shall  see  that  a  similar  primit^e 
form  was  met  with  in  the  investigation  of  the  figures  on  diopside. 

.0  Z  .'  ^■"^'  ""^  '''.'"  "'^^^  "^  '^^  •"^^^'"d  "f  ^•MK.^ing  the  crystal 
to  the  intermittent  action  of  the  same  corrosive.      After  the  first  ex- 

Cr  \^  '".  ""'"''""  '^^  '"•■^^^^  ^^^  ^"""d  t"  ^  <^"vered  with  shallow. 
mZ%i  r^vv?"^'"'*""  P'"'-  ^'  ^'"^  ^"gether  in  parallel  arrange- 
after  i  ?^  ■  '^u^'-  '^''^'■^  ^'^^  ""  ^^l'-  The  pits  observed 
alter  a  second  exposure  had  steeper  sides  (Plate  XXVI ,  fig.  5) .     Some  of 

orms  Tr  7  '"'"  ,''"  ''""'^  ''  '"'"^''^^  development  of  the  previous 
slT^f  .h  '  7  "'  """[ZT  "'^  ^^"-"^^  «'-"^'"«  "P""  the  sloping 
awav  of  tL'rr'%  '^'"^  ''"''''"  ^^*'«"  ^'^^"•^^d  in  the  dissolving 
away  of  the  etched  surface  m  most  cases,  it  was  observed  that  here 
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and  there  the  old  centres  of  action  remained  and  the  pits  grew  down- 
wards into  the  substance  of  the  crystal  (Plate  I,  fig.  6).  Alongside  of 
these  there  occurred  great  numbers  of  minute  pits  of  a  new  generation 
and  a  new  quadrilateral  form  somewhat  like  the  typical  pits  on  the 
clinopinacoid  of  diopside  to  be  described  in  a  subsequent  section  (Plate  I, 
fig.  7).  Some  of  these,  it  should  be  remarked,  had  rudimentary  beaks. 
Subsequent  action  did  little  more  than  slightly  increise  the  size  of  the 
pits  already  formed,  and  after  the  seventh  test  it  was  finally  discon- 
tinued. < 

Since  Baumhauer,  in  the  article  already  referred  to  in  these  pages, 
had  spf)ken  of  the  occurrence  of  lieaked  pits,  a  phenomenon  not  ob- 
served in  these  tests  in  which  dilute  hydrochloric  acid  was  the  corrosive, 
a  new  series  of  experiments  was  designed  to  determine  whether  they 
could  be  obta<ne(  "  ising  solutions  of  greater  concentration.  Three 
solutions  were  a^  .  ingiy  prepared  containing  respectively  4,  6  and 
8%  of  the  acid,  and  each  was  allowed  to  act  upon  a  cleavage  fragment. 
In  the  first  case  the  comparatively  large,  four  sided  pits  produced, 
although  their  general  outline  was  typical  for  the  clinopinacoid,  were 
lacking  in  the  full  symmetry  in  having  their  deepest  part  asymmetri- 
cally l(x:ated  (Plate  XXVI,  fig.  8).  When  the  strength  of  the  solution  was 
increased  to  6%,  still  larger  and  clearer  pits  were  produced,  some  of 
which  had  fine,  hair-like  beaks  (Plate  XXVI,  fig.  9).  In  an  8%  solution 
very  clear,  straight  sided  pits  were  formed  but  stronger  solutions  resulted 
in  pits  of  less  distinctness.  Evidently  a  corrosive  of  medium  strength 
is  the  most  likely  one  to  produce  beaked  pits. 

From  time  to  time  pits  had  l)cen  observed  which  were  characterized 
by  minute  extensions  somewhat  resembling  Inaks,  but  growing  out 
from  one  of  the  angles  of  the  pit  and  not  from  the  lx)ttom.  When  a 
10%  solution  was  used  this  phenomenon  was  strikingly  evident.  On  a 
careful  examination,  the  projection  was  seen  to  consist  of  a  narrow 
crack  running  downwards  from  the  surface  of  the  crystal  face  in  such  a 
way  as  to  appear  like  an  extension  of  one  of  the  side  faces  of  the  figure. 
Similar  pit  formations  as  observed  in  other  crystals  will  be  referred  to 
in  a  subsequent  section  of  this  paper. 

One  group  of  these  experiments  was  designed  to  throw  some  light 
upon  the  problems  of  the  point  of  origin  of  the  pit.  It  will  be  remembered 
that  Professor  Goldschmidt  had  suggested  that  each  pit  indicates  the 
place  where  currents  have  started  in  the  corrosive,  and  that  the  growth 
of  the  pit  is  the  result  of  the  continuance  of  these  currents.  It  was 
observed  however  that  characteristic  corrosion  was  obtained  in  the 
foregoing  experiments,  even  when  the  test  tube  was  vigorously  shaken. 
Further,  remembering  that  in  the  process  of  electro- metallurgy,  similar 


236 


Transactions  of  the  Royal  Canadian  Institute 


(vol.  XI 


crystal  and  then  quickly  s:o'ppi„7tt  action  bJ  nT""'"-''"""^^  *'^ 
surface  of  water.  Under  these VnnH.V  ^  ^  ""^'"^  '^  '*'°*  the 
sufficient  force  to  overcome  th^  ietwh?'  "V^«^^"ding  current  of 
the  crystal  could  have  Snforir  ^  T'  '^'"«  ^'"'■^^t^d  against 
small  ones,  were  pr^uced  '      '^  '''  '"'''^^  ^^^^^^  P'^^-  though 

cannot  help  noticing  t't  the  '"  ar!  Tf  '"  ^'^'^^^  ^'y^'^'  - 
surface,  but  that  some  parts  LrcnZ  ?•  T"?"""^  "^""'^  «^-^  the 
covered.  This  fact  had  alread'  'Z'^^T^'^y  ^'^^^  and  some  densely 
remarks:  -Die  VertheiLg  der^z"fi  ""i  ""^  ^^"-hauer.'  who 
'stnieeinegleichmassige  4m  nna^h^irTH"'"-    ^"  '''''''  P'-*^- 

Tentative  explanatLs  forThTs  i  ^egutJvZrf""*"  ""^•^'' 
been  brought  forward   anH  =>c  *k-  "^^^^"'^"ty  have  from  time  to  time 

oneof  accLntin™fo';heori";jr'H".r'"'^^  '""^  fundamenta 

to  devise  experiments  to  puf  the  v    •'        u^""  "'''  ''  ^^  "-«^ry 

Several  fragments  which  had  ^en  m"T.''^'""'^  ^"  ^'''''''^''  *-ts 

etched,  but  instead  of  the  etch  fi" res  S'^  ^'''  '^"^  ^''"'^^^^  ^-^e 

scratches,  the  latter  were  at  once  s'^r^"''"  """^™"^  «-^^  the 

It  had  been  suggested  that  IsX  ?^      '^  "^^^  ^''  '^'  ^"""o^ive. 

.vide  the  corrosi^l  with  SmfofttranJ V"t  tH  ".'  '""  ""''''  P™' 

•ng  of  the  dust  particles  might  reveaMtt^f      1     ^^^  ^"^tuitous  scatter- 

able  distribution  of  the  pitf  In  orirT   .'"  '''t.^PP^^^"tly  unaccount- 

had  been  covered  with  dust  were  :x1:sed  bul " '"  """"'  ''^^'^  ^""'^^ 

increase  in  the  number  of  pits  or  ^^7  '"  "'^  '^^"^  *^^  there  any 

that  the  crystal  might  hrveb^nuderstrLnT?"'  'V*^^  ^'^^  ^^^ 
exammation  of  several  verv  thin  d.v!    t        '    "*  ^  '^'^''^f""  microscopic 

this  concentration  of  pits.  faHed  to  dv  T  "''''^'  "'^'^'^  ^ad  shown 
crossed  nicols.  which  is  to  be  exoerffn  'V^^sular  extinction  under 

course  what  one  might  have  exSSeH   «         """''  "y''""^'-    This  is  of 
cohesion  of  a  crystaf  and  straLTtheVe  "uit  oT?'  '^  ^  '""^*'""  "^  ^'^^ 

Among  the  crystals  used  in  these  ex^ril  .    "'"■'"^'  ''^^^''-"'^y- 
while  others  were  translucent.    Tht  'Zl        !  """"'  ""''''  ^--^n^Parent 
at  least,  produced  large  and  dear  pits  whiT     "'^''^^''  '"  ^""^  ^^^« 
together,  while  the  surface  of  the  m  ik!  cr    ?7'  "°*  ^*  ^^'>'  ^'«^'y 

*  op.  cit.,  p.  6. 
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This  milkiness  was  found  to  be  due  to  the  presence  of  numerous 
small  inclusions.  There  would  thus  appear  to  be  some  connection 
between  the  number  of  pits  and  the  number  of  inclusions,  and  it  seemed 
quite  possible  that  the  uncovered  top  of  an  inclusion  might  form  a  ready 
point  of  attack  of  the  corrosive.  But,  while  in  a  given  experiment  the 
pits  are  of  approximately  the  same  size,  the  inclusions  on  the  other 
hand  vary,  some  being  many  times  the  size  of  the  largest  pit.  Further, 
it  was  found  that  the  places  where  most  pits  were  produced  were  not 
the  areas  of  the  greatest  distribution  of  the  inclusions,  and  finally,  in 
no  case  was  an  inclusion  seen  to  be  the  starting  point  of  a  pit.  We 
may  safely  conclude  then  that  the  relation  between  inclusions  and  pits 
is  not  that  of  cause  and  effect,  but  rather  that  of  a  common  origin. 
The  ability  of  a  growing  crystal  to  take  up  impurities  from  the  sur- 
rounding solution,  and  the  frequency  of  the  occurrence  of  possible 
points  of  attack  for  the  corrosive  on  the  faces  of  a  mature  crystal,  alike 
depend  upon  abnormalities  in  its  cohesion. 

An  observation  of  Baumhauer's  in  his  paper  on  the  apparently 
anomalous  pits  of  colemanite,  when  more  fully  worked  out,  gave  a  clue 
to  the  elucidation  of  this  problem.  He  found  that  if  the  two  cleaved 
halves  of  a  crystal  which  have  been  subjected  to  the  action  of  a  cor- 
rosive, be  placed  together  in  their  original  position,  pits  on  the  two 
halves  will  be  found  to  coincide  and  thus  form  a  negative  crystal,  which 
is  divided,  sometimes  in  the  centre,  but  more  frequently  unequally,  by 
the  plane  of  cleavage.  The  bearing  of  this  phenomenon  upon  the 
problem  of  the  origin  and  cause  of  pitting,  was  not  discussed  or  suggested 
by  this  investigator.* 

Following  this  experiment,  a  piece  of  the  mineral  was  cleaved  into 
halves,  which  were  then  etched  separately,  but  under  similar  conditions. 
It  was  found  that  the  size,  number  and  distribution  of  the  pits  on  ad- 
jacent sides  of  the  plane  of  cleavage  were  quite  similar,  and  even  in 
some  cases  complementary  pits  could  be  identified.  But  the  distribu- 
tion of  pits  on  opposite  sides  of  the  same  fragment  was  always  different, 
and  sometimes  a  difference  was  also  observed  in  their  size  and  develop- 
ment and  even  in  their  shape. 

A  suggestive  fact  which  came  to  light  in  this  experiment  was  that 
the  negative  crystal  which  would  be  formed  by  bringing  the  two  pits 
on  adjacent  faces  together,  was  not  divided  symmetrically  by  the  cleav- 
age plane.  The  deepest  part  of  one  pit  will  then  be  found  opposite  the 
shallowest  part  of  the  other.    In  fact  the  two  pits  are  enantiomorphous 


*  Zeitsch.  far  Kryst.,  30:  97.     1889. 
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l^n'th^^^V'  ^^-  ^'^^-     "  """"'^  ^PP"^^  ^'^^^  »*>'«  f"**^'  »^«''«  a  bearing 
upon  the  grade  of  symmetry  of  the  crystal. 


2.  Acid  Corrosion  nF  Spodlmene. 

In  order  to  obtain  etch-figures  upon  the  prismatic  faces  of  spodu- 
mene.  a  sma  I  cleaved  fragment  was  exposed  to  the  action  of  cone  n  t^cd 
sulphunc  acd  and  fluorite  over  a  low  bunsen  flame.  After  an  expos  re 
of  five  mmutes  no  result  was  visible,  but  when  the  sa.ne  fragmen  had 
been  subjected  to  an  additional  exposure  under  the  .ame  conditions 
OT  hL""""**^-:.'""^"'  "r  ^''"^-  ^'-^'y  d^fi-^  P'^«  were  ob^-r  aZ 
hlthr^r       :W^''''  ''"^'^  ^'''  ""^'^^  ^-^'^^^  -ere  bounded 

S  ;'^^^e  ';z:;e.t'' '''--  ^^^^^'^■•^'^-  ^•^^  ^^'^-^-^  ^--  ^pp^-^d 

These  typical  primitive  pits  were  each  bounded  by  one  short,  straight 
Mde  and  two  larger,  curved  ones  (Plate  XXVI.  fig.  ,„)  The  angle  bTc 
Jli.ch  contamed  the  deepest  part  of  the  pit.  was  read  in  onesharpv' 

dons  ofT'     r  '"  T'-    ''"^  P'^^  ^■^'■^  «^^""-  -^  «--  -  i-"- 
•ons  of  figure   faces,   but   were  simply  slight  depressions  deepening 

owards  one  corner.    Along  with  them  were  others  which,  judging  from 

he.r  depth  and  d..stinc,„ess.  were  somewhat  more  mature,  ^n  th^m 

^e  sides  had  mcreasc-d  in  number  to  four,  and  were  no  longer  ourvS^ 

but  straight      Instead  of  being  mere  shallow  depressions,  these  n.ts 

were  enclosed  by  four  definite  figure-faces,  two  be'ng  unequal   "alene 

anglesand  fvo  unequal  deltoids  (i>late  XXVI.  fig.  , ,).  hutlven  yet  h 
struct  .re  was  somewhat  lacking  in  clearness.  It  will  be  noticed  that 
hey  could  be  prodiK:ed  from  the  pits  of  the  first  tvpe  by  truncating 
the  angle5^  Cby  thehne  D E.  In  addition  to  the.se Two Lms.  there 
were  a. ew  which  at  first  appeared  to  belong  to  another  group  charac- 
terised bya  five-sided  outline  (Mate  XXVI.  fig.  t.).  These  may.  howe  er 
be  considered  as  derived  from  (he  four-sided  pits  by  a  furthe  rep'ace-' 
ment  of  the  angle  B  CA  by  the  line  G  F.  None  were  observed  of  a  s  W 
Then  th'ar  H  'T''  *"•'  -P'-ementof  theangle^  B  C.  It  will  L  see^^ 
then  that  the  three  main  types  of  pits  prcduced  upon  the  cleavage  face 

tTi:Tr.r- '" '""'''  "'■-"  --'^  ^•^"''•"^''  ^'^  ^•^^  ---  p"-it?ve 

type,  and  fur  her,  as  representing  three  stages  of  growth  through  which 
the  individual  pit  would  pass  if  conditions  were  favourable 

Along  with  these  occurred  some  examples  of  a  fourth  tvpe  which 
had  a  more  distinctive  ap,^arance,  owing  to  the  occurrence  of  beaks 
This  has  been  supposed  by  some  investigators  to  have  a  bc.aring  upon 
the  question  of  the  grade  <,f  symmetry  shown  by  the  crystal.  ofTh  " 
mineral   and   others,   especially   diopside   and   coemanite      They   are 
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illustrated  in  Plate  XXVI,  fig.  13.  It  will  be  remembered  that  in  the  most 
primiiive  type  one  corner,  that  near  the  point  A,  was  always  deeper 
than  the  rest  of  the  pit.  In  some  instances  this  deepening  was  very- 
pronounced,  occasionally  even  being  prolonged  into  a  knob  (Plate  XXVI, 
fig.  14).  The  beak,  whenever  present,  extended  from  this  comer.  Finally 
in  some  instances  pits  had  been  formed  which  appeared  to  be  composed 
solely  of  the  beak  enormously  developed.  To  so  great  an  extent  had 
this  occurred  in  a  few  cases,  that  a  tube  had  been  produced  which 
apparently  ran  along  parallel  with  the  surface,  and  emerged  again  at 
a  considerable  distance  in  another  small  pic.  This  resembles  what  we 
saw  in  the  etching  of  colemanite,  in  which  small  pits  were  joined  by  a 
connecting  tube,  but  in  the  latter  case  they  were  larger  and  more  clearly 
defined. 

It  will  be  seen  that  the  pits  thus  developed  on  the  cleavage  face  of 
spodumene  are  of  considerable  diversity.  All  of  these  however  may  be 
considered,  from  the  circumstances  under  which  they  were  produced, 
to  be  comparatively  young,  and  in  order  to  have  examples  of  a  more 
mature  type,  another  fragment  of  the  crystal  was  exposed  to  similar 
corrosion  conditions  for  a  period  of  thirty  minutes.  After  this  some- 
what lengthy  exposure  there  vas  found  a  series  of  pits  of  various  stages 
of  development.  While  some  of  them  gave  evidence  of  a  greater  maturity 
there  were  still  others  which  resembled  that  previously  described  as 
apparently  the  most  primitive  type.  This  suggested  '  -:  idea,  which 
further  experiments  showed  to  be  the  correct  one,  th  .  corrosion 
continues  not  only  are  the  existing  pits  deepened  ane  .atured,  but 
new  and  immature  ones  are  constantly  coming  into  existence. 

The  most  distinct  of  these  forms  consisted  of  a  shallow,  triangular 
depression,  differing  from  that  observed  in  the  specimen  etched  for 
fifteen  minutes  in  being  bounded  by  straight  lines  (Plate  XXVI,  fig.  15). 
The  outlines  seemed  to  be  those  of  a  right-angled  triangle,  but  on 
measurement  the  angle  ABC  proved  to  be  96°,  while  the  angle  B  A  C 
was  53°  27'.  Other  less  definite  examples  of  this  form  gave  values  for 
the  more  obtuse  angle  of  105"  24'  and  112"  7'  respectively.  This  may 
be  looked  upon  as  a  modification  of  the  form  first  described,  but  differing 
from  it  in  its  deepest  and  best  developed  part  lying  between  the  sides 
B  A  and  B  C.  Some  of  the  figures,  by  their  size  and  distinctness  indi- 
cated a  still  greater  maturity.  Not  only  were  they  very  much  deeper, 
but  two  of  the  three  sides  appeared  to  cut  perpendic-ilarly,  while  a  third 
sloped  gradually  (Plate  XXVI,  fig.  16).  In  fact,  in  some  of  the  examples 
the  steeper  sides  seemed  actually  to  overhang.  This  formation  of  an 
overhanging  edge,  a  peculiarity  which  will  be  referred  to  later,  is  a 
rather  unexpected  phenomenon.     Goldschmidt  draws  our  attention  to 
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the  fact  that  the  action  of  solution  will  take  place  with  the  maximum 
of  rapidity  on  any  edge,  more  particularly  if  that  edge  is  at  all  acute,  and 
m  this  way  the  pits  become  flatter  as  action  continues.  But  here  are 
examples  of  the  persistence  of  a  well  defined  and  sharp  edge. 

Along  with  the  forms  described  above  there  were  others  which  from 
their  distinctness  of  outline  and  depth  would  appear  to  be  somewhat 
more  mature  still.  They  were  bounded  by  three  unequal,  triangular 
figure  faces  of  which  the  largest  was  curved.  An  additional  peculiarity 
was  that  which  has  been  referred  to  in  the  previous  paragraph-  the 
deepest  part  was  not  in  the  centre  of  the  pit  but  was  very  much  to  one 
side,  being  m  fact  mder  an  overhanging  edge.  In  all  the  pits  of  this 
type,  the  figure-faces  appeared  to  be  striated  parallel  with  the  surface 
of  the  etched  face.  The  signifjcauce  of  the  phenomena  just  described 
will  be  dealt  with  in  a  subsequent  part  of  this  paper. 

Pits  of  a  still  more  mature  form  were  obtained  by  exposing  the 
specimen  to  the  corrosive  action  of  the  commercial  solution  of  hydro- 
fluoric acid.  After  ten  minutes*  heating  over  a  water  bath  the  corrosive 
had  produced,  not  the  forms  which  we  usually  think  of  when  we  speak 
of  pits,  but  fine  tubes.  The  openings  to  these  tubes  were  larger  than  the 
tubes  themselves  and  to  a  certain  degree  resembled  true  pits.  On  con- 
tinued action  they  increased  in  a  remarkable  manner,  not  only  in  number, 
but  also  in  length,  becoming  twisted  and  interwoven  like  a  bunch  of 
hairs.  The  growth  of  these  tubes  continued  with  further  exposure  to 
the  corrosive  long  after  the  surface  originally  acted  upon  had  been  com- 
pletely dissolved  away.  After  an  exposure  of  fifty  minutes  when  the 
action  was  discontinued,  some  of  the  tubes  seemed  to  have  penetrated 
neariy  half  through  the  fragment.  This  rather  extraordinary  result 
seems  to  have  a  bearing  upon  the  nature  of  schillerization  as  will  be 
seen  from  the  discussion  in  the  second  part  of  this  paper. 

In  the  experiment  described  above,  in  addition  to  the  corrosion 
which  produced  the  fine  tubes  in  the  interior  of  the  crystal,  another  and 
different  type  was  observable  on  the  surface.  Gradually  the  pits  which 
were  first  formed  enlarged  their  borders  until  by  the  coalescence  of 
numerous  flat  bottomed  pits  the  whole  surface  with  the  exception  of  a 
few  residuary  etch-hills  had  been  removed  On  these  freshly  formed 
surfaces  new  etch-figures  began  to  appear.  While  they  were  still  of  a 
somewhat  triangular  form,  being  composed  of  three  figure-faces,  one 
long  and  shallow,  a  second  slightly  shorter  and  steeper  and  a  third 
small,  steep  and  triangular,  yet  they  showed  considerable  variation 
from  the  first  crop  produced  upon  the  unetched  face.  After  an  exposure 
of  thirty  minutes  they  were  fairiy  large,  of  clear  general  outlines  but 
the  form  of  the  figure-faces  was  not  easily  seen.    After  forty  minutes 
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hey  had  become  not  only  more  numerous  but  also  more  clearly  defined, 
and  by  fifty  minutes  they  were  quite  mature  and  distinct.  This  series 
of  reactions  is  of  interest  when  considered  in  connect!  n  with  the  ex- 
periments above  described,  in  which  adjacent  sides  of  cleavage  frag- 
ments were  simultaneously  etched.  It  would  appear  that  the  distribu- 
tion of  pits  is  determined  by  the  molecular  conditions  of  the  crystal  face, 
and  that  after  the  whole  layer  has  been  removed  by  corrosion,  a  new 
layer  with  new  possible  centres  for  pitting,  is  brought  to  light.  The 
significance  of  these  facts  is  more  fully  discussed  in  the  second  part  of 
this  paper. 

Two  slight  irregularities  in  the  form  and  arrangement  of  the  pits 
remain  to  be  noted.  Greim,  in  describing  the  somewhat  similar  figures 
on  diop.side,  remarked  that  the  position  of  the  positive  and  negative 
hemi-pyramids  could  be  determined  by  the  direction  of  the  triangular 
pits.'  Now  in  the  specimen  examined,  although  the  acute  angle  of  most 
of  the  pits  on  any  given  prismatic  face  would,  as  a  rule,  point  in  the  same 
direction,  yot  t*here  were  fairly  ni'-nerous  examples  whose  orientation 
was  just  the  opposite.  Again,  it  was  frequently  noted  that  opposite 
faces  in  the  crystal  were  acted  upon  by  the  corrosive  in  quite  a  different 
manner.  One  side  for  instance  gave  a  predominance  of  the  normal 
triangular  pits,  with  a  few  of  the  beaked  variety,  while  the  other  was 
characterized  by  the  presence  of  only  a  few  ordinary  pits,  and  those  of 
a  much  greater  size,  the  rest  being  mainly  of  the  beaked  type.  There 
was  also  no  apparent  connection  between  the  number  and  arrangement 
of  the  pits  on  opposite  sides.  On  one  side,  the  pits  might  be  very  abun- 
dant and  uniformly  distributed,  while  those  on  the  other  would  be 
restricted  to  one  or  two  small  groups.  The  colemanite  experiments  of 
the  previous  section  go  a  long  way  towards  explaining  t..is  apparent 
anomaly  which  has  been  frequently  commented  upon. 

The  occurrence  of  pits  of  diflferent  types  on  the  same  crystal  face  has 
been  noted  by  many  investigators,  and  suggests  several  interesting 
problems,  some  of  which  will  be  referred  to  later  when  dealing  with  the 
pits  obtained  by  the  corrosion  of  diopside.  In  the  case  under  consider- 
ation at  least,  it  would  appear  that  the  various  forms  are  not  to  be 
looked  upon  as  differing  in  kind,  but  merely  in  their  stage  of  develop- 
ment. 


3-  Alkaline  Corrosion  of  Spodumene. 

The  production  of  pits  upon  spodumene  by  alkaline  corrosion  is  not 
so  readily  achieved  as  by  the  use  of  hydrofluoric  acid.    The  corrosive 
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acts  with  very  much  greater  rapidity,  and  the  specimen  frequently 
becomes  covered  by  a  layer  of  an  insoluble  silicate  which  cannot  be 
removed.  Several  corrosives  were  used,  first  a  fused  mixture  of  sodium 
and  potassium  carbonates,  which  proved  to  be  altogether  too  vigorous, 
then  a  solution  of  sodium  carbonate  at  loo'  C.  which  after  a  very  lone 
exposure  resulted  in  a  few  small  and  doubtful  pits.  Finally  sodium 
hydrate  was  tned.  and  after  an  exposure  of  two  minutes  over  a  bunsen 
flame,  pits  were  obtained  of  moderate  distinctness.  When  the 
operation  had  been  interrupted  at  one  minute  no  pits  were  found,  and 
after  seven  mmutes'  exposure  the  specimen  had  been  almost  dissolved 
away. 

The  pits  produced  differ  distinctly  from  those  obtained  by  acid 
corrosion  The  alkaline  pit  on  the  cleavage  prism  is  typically  asym- 
metnc and  bounded  by  five  sides  (Plate  XXVI .  fig.  18).  It  has  five  figure- 
faces  of  unequal  size  and  different  shape.  The  angles  in  some  of  them 
were  as  follows: 

ABC 

BAC 

BCD  ^ 

It  is  interesting  to  note,  however,  that  here'^as  hi  the  case  of  the 
prevously  described  acid  pit.,  the  values  of  the  angles  were  found 
to  vary  quite  considerably,  in  one  case  the  angle  S  C  Z>  was  seen  to 
be  108   18  . 

The  tendency  observed  in  the  case  of  acid  etching,  for  the  replace- 
ment  of  comers  by  additional  figure-faces,  was  quite  noticeable  here 
also  for  pits  were  seen  which  had  six  sides  (Plate  XXVI, fig.  19).  On  account 
of  the  difficulty  in  obtaining  pits  at  all,  it  was  not  found  possible  to 
observe  the  stages  in  their  growth,  but  judging  from  analogy  to  the 
results  obtained  from  acid  pits  on  spodumene.  as  well  as  to  th<  ,e  to  be 
described,  obtained  from  diopside.  it  would  appear  that  these  extra 
(aces  were  added  as  the  pits  attained  greater  maturity.  This  process 
appeared  to  be  more  pronounced  in  alkaline  etching,  with  a  resulting 
tendency  to  a  more  complex  outline. 

A  similar  example  of  the  occurrence  of  a  larger  number  of  faces  in 
a  kaline  than  in  acid  pits  was  found  in  some  etched  material  kindly 
placed  at  my  disposal  by  Professor  Walker.  Among  other  preparations 
ot  the  micas,  there  were  some  of  phlogopite  etched  by  hydrofluoric  acid 
and  fused  caustic  potash  respectively.  In  the  former,  most  of  the  pits 
were  of  a  simple  triangular  outline  while  in  the  latter  they  were  mainly 
six-sided  with  the  appearance  of  the  face  of  the  hexoctahedron. 

On  one  of  the  etched  faces  of  spodumene,  each  one  of  the  pits  was 
provided  with  a  funnel-shaped  beak  somewhat  similar  to  that  obtained 
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under  special  circumstancea  in  acid  etching.  Here,  aa  in  the  previous 
experiments,  the  numbers  of  the  pits  on  the  opposite  sides  of  a  crystal 
were  not  the  same. 

In  comparing  these  pits  with  those  described  for  acid  corrosion,  no 
clear  relationship  was  observable.  These  are  typically  quadrilateral 
and  those  triangular,  but  there  is  one  shallow,  five-sided  form  illus- 
trated which  could  apparently  have  been  derived  from  a  triangular 
form  by  that  replacement  which  this  paper  shows  to  be  so  characteristic 
of  the  growth  of  etch  figures  (Plate  XXVI.  fig.  20). 


5.  Acid  Corrosion  of  Diopside. 

The  excellence  of  the  material  procurable  made  it  possible  to  carry 
out  the  corrosion  experiments  with  greater  thoroughness  in  the  case  of 
diopside  than  with  spodumene.  The  faces  of  the  prismatic  zone  of  the 
former  were  readily  obtained  in  brilliant  condition,  and  the  base  and 
cHnopinacoid  which  are  invariably  rough  and  unsuited  for  crystallo- 
graphic  investigation  were  artificially  cut  and  polished  on  one  specimen. 
It  was  thus  possible  to  prepare  a  more  complete  series  of  the  pits  of 
diopside  than  had  yet  been  published  so  far  as  the  writer  has  been  able 
to  discover.  It  was  found  that  not  only  did  the  pinacoidp  give  better 
pits  than  the  prisms,  which  were  the  only  faces  available  in  the  spodu- 
menes,  but  that  the  various  stages  in  their  development  were  more 
clearly  defined. 

(at  Pits  on  the  prisms. 

A  crystal  of  transparent  diopside  from  De  Kalb,  N.Y.,  was  exposed 
to  the  corrosive  action  of  a  mixture  of  powdered  fluorite  and  sulphuric 
acid  heated  over  a  low  bunsen  flame  for  two  minutes.  On  the  prisms 
small  pits  of  a  very  primiti\i  I.  1  m  were  developed  (Plate  XXVI,  fig.  21). 
They  were  mere  shallow  depressions  bounded  by  two  sides,  one  straight 
and  the  other  curved.  One  angle  was  slightly  more  obtuse  than  the 
other,  and  at  this  point  was  situated  the  deeiicst  part  of  the  pit.  In 
some  cases  which  appeared  to  be  rather  more  mature,  the  figure  was  a 
steadily  deepening  groove,  one  end  of  which  had  become  a  dark,  indis- 
tinctly bordered  hollow. 

On  continued  exposure  to  the  corrosive  an  interesting  modification 
of  the  primitive  pit  was  observed.  Gradually  the  borders  of  the  indis- 
tinct deep  portion  took  on  a  definite  appearance,  until  after  four  minutes 
there  had  been  developed  a  quadrilateral  pit,  bounded  by  four  unequal, 
triangular  figure-faces  (Plate  XXVI ,  fig.  22),  lying  at  the  end  of  the  shallow 
depression  which  represented  the  primitive  pit.    As  the  corrosion  con- 
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tinued.  the  quadrilateral  pit  became  less  clearly  defined  and  finall 
a..umed  the  form  of  a  .hallow  depre«ion.  in  «,me  ca«.  .ugg^ting  thi 
more  primitive  first  stage.  "KB«™iing  im 

th.  n!!i''"  !''"''«^~"dition.  pit.  of  the  «,me  type  were  produced  upo, 
alw  from  Zillerthal.    In  one  case,  however,  while  the  pit.  on  one  .id, 

a  n':w  tm  Th  "^^  ''"r""^'  ^"^  ^^^«"*  P"-  ^ibited  p  t  o 
cnrn^J^  /r  ^^-  ^"l  °^  *"  """»"^"y  ^"'P-  «""'o«t  square  shape 
compo«d  of  four  triangular  figure-faces  meeting  at  an  eccentric  ^T 

In  h^s  description  reference  is  made  to  two  type,  of  pit.  enclosed  Tne 
by   hree.  the  other  by  four,  triangular  figu«-fa«s.    It  would  ^'r" 
bable  from  the  preceding  experiments,  that  the  two  type,  o?^^^  a« 
merely  pits  in  two  of  the  stages  of  that  development'^ich  SXac 
tenzed  by  a  sucossive  interpolation  of  additional  figure-faces   as  ha« 
been  brought  to  light  by  the  method  of  intermittent  etching 
(b)  Pits  on  the  clinopinacoid. 

Pelikar.'  experimenting  with  Nordmark  diopsidcs  etched  by  hydro- 

(I)  Shallow,  of  rhomboidal  outline,  the  longer  pair  of  sides  beina 
J«ra  lel  wuh  the  prism  edge,  the  other  pair  inclbedTn  the  ditcti^  of 
the  edge  between  oio  and  ooi.  Frequently  the  sharp  angles  are  trun 
cated  by  a  pair  of  small  faces  making  the  pit  six-sided, 
t  will  be  noted  that  such  a  pit  would  represent  the  grade  of  symmetry 
1^  «Pected  on  the  clinopinacoid  of  a  monoclinic  cryta'a  fS 
po^ssed  of  a  binary  axis  of  symmetry.  His  second  ty^.  which  did 
not  indicate  a  sy^mmetry  of  so  high  a  grade,  was  descrili?;s 

outline  bur^^thyn'''''^'  '•!,'"  ^'^'  "^"^"y  "f  ^''"^^hat  rhomboidal 
S'di;opin:;:t|f  "'''^^  ^'^^  '"^^"^'  ^°  '""^  ^'^  ^*--  ^'^  ''asal 
This  is  a  pit  without  an  axis  of  symmetry'. 

These  two  forms  sometimes  occurred  in  correlated  position  such  as 
n,,ght  be  expected  upon  the  face  of  a  crystal  twinned'^a  allel  "  the 
orthopinacoid.  but  as  they  were  not  found  in  vertical  rows  Pdikan 
concluded  that  this  position  was  not  the  result  of  twinning  but  o/  a 
difference  in  the  molecular  structure  of  the  crystal.  Th"  pecu  iar  tv 
would  seem  to  be  inherent  in  the  diopside  molecule,  for  h  fo'Sd  h"^ 
^.o^ypes^in  all  diopsides  examined,  and  in  augites  of  a  chemical  cor^ 
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petition  approximating  that  of  dioptide,  while  in  true  augites  the  pitt 
were  quite  normal.  Thi»  would  indicate  a  grade  of  symmetry  lower  than 
that  usually  conceded  to  diopside. 

In  a  critical  examination  of  these  results  Baumhauer*  quoted  his 
own  previous  investigations  of  Ala  diopsides  etched  by  a  hot  mixture 
(<f  fiuorite  and  sulphuric  acid.  In  these  experiments  he  had  produced 
pits  of  the  following  four  types: 

(l)  Microscopical  unevennesses  on  i;  e  unetched  faces; 

(a)  Long,  rounded  pits,  frequently  united  to  form  furrows,  approxi- 
mately normal  to  the  edge  between  the  orthopinacoid  and  clinopinacoid; 

(3)  Rhomboidal  figures,  inclined  obliquely  towards  each  edge; 

(4)  Deeper,  six-sided  forms  apparently  the  result  of  a  greater  de- 
velopment of  (c). 

All  of  these  would  indicate  the  presence  of  a  binary  axis,  the  condition 
of  monoclinic  holohedrism. 

He  next  examined  one  of  Pelikan's  etched  crystals  on  which  he 
found  only  two  definite  types  of  pits: 

(0  Deep,  dark,  holohedral  monociinic  pits  whose  longest  side  is 
rotated  slighriy  to  the  left  of  the  edge  between  the  clinopinacoid  and  the 
prism; 

(a)  Rhomboidal,  symmetrical,  shallow  pits. 
His  examination  of  the  specimen  led  him  to  believe  that  the  other  forms 
described  by  Pelikan  were  either  very  immature  pits  which  if  allowed 
to  develop  under  more  corrosion  would  become  symmetrical,  or  were 
the  result  of  the  fusion  of  the  two  general  types.  In  this  way  he  dis- 
counted the  conclusions  of  Pelikan  as  to  the  symmetry  of  diopside. 

The  investigations  of  Greim  which  had  been  published  nearly  ten 
years  earlier,  did  not  altogether  agree  with  those  of  these  crystallo- 
graphers.  On  the  clinopinacoid  of  his  crystal  from  Alexander,  N.C., 
etched  by  dilute  hydrofluoric  acid,  he  had  found  two  types  of  pits,  one 
bounded  by  four  figure-faces,  two  parallel  trapeziums  and  two  triangles. 
The  other  was  enclosed  by  five  figure-faces,  two  pairs  of  parallel 
trapeziums  and  a  rhombus.  The  latter  was  parallel  to  the  clinopinacoid 
and  its  sides  were  parallel  to  the  upper  edge  of  the  figure  and  thus  it 
formed  the  bottom  of  the  pit. 

This  very  great  divergence  betwe<;r.  ihe  results  of  careful  experi- 
menters, working  with  crystals  of  the  .^me  kind,  under  conditions 
practically  identical,  seems  to  be  due  to  their  comparison  of  pits  of 
different  ages.  In  none  of  these  cases  was  anything  said  as  to  the  length 
of  time  the  corrosion  had  continued,  and  by  noting  the  progress  of  the 
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action  from  time  to  time.  a.  de«:ribed  in  the  previous  section  we  arriv. 
a  the  conclu«on  that  age  ..  an  cs«rntial  factor  in  determining  the  formi 
of  the  pit.    Thi.  became  more  evident  by  the  following  experiment.! 

rS  ^17  ."""h  "'"  I  """  '°  ''"'  determination  of  the^^han^^s 
which  take  place  during  the  growth  of  the  pits  on  the  clinopinacoid 

One  of  the  first  points  to  b«  n.ted  in  the  experiments  to  this  end  is 
he  otriking  difference  between  the  rates  of  corrosion  on  the  various! 
faces.    The  crystal  first  used,  when  corroded  sufficiently  to  give  clear ' 
pits  upon  the  prism,  showed  an  orthopinacoid  almost  entirely  removed 
being  covered  with  a  closely  lying  series  of  long  parallel  grooves.    A  ' 
similarly  striking  difference  between  the  rate,  of  corrosion  on  different 
crystals  was  also  observed,  for.  when  a  crystal  of  spodumene  and  one 
of  diopside  were  heated  together  in  a  mixture  of  fluorite  and  sulphuric 
acid  over  a  low  bunsen  flame  for  thirty  minutes,  on  the  cleavage  plane  ' 

hL  iL  TkI  "  '^f.  '«"■*'*«"««  pi'"  while  each  face  of  the  latter 
had  been  etched  luto  hills. 

After  a  sixteen-minute  exposure  to  the  action  of  fluorite  and  sulphuric 
acid  over  a  bunsen  flame  good  pits  were  obtained  upon  the  clinopinacoid. 
Many  of  them  had  a  regular  rhomboidal  form,  being  enclosed  by  four 
triangular  figure-faces  (Plate  XXVI.  fig.  ,4).     In  som? cases  howeXr  the  ' 
^rallelism  of  the  sides  was  not  perfect,  witn  a  result  that  the  symmetrv 
of  the  pit  was  o    a  lower  grade  than  was  to  be  expected  on  the  dine,  in 
acoid  of  a  monocliniccry^stal  (Plate  XXVI.  fig.  25).  A  few  even  showed  the 
replacement  of  one  of  the  angles  by  a  fifth  face  (Plate  XXVI   fig  26) 
hvH?"/  "^'"^r  ^'■"'".Zi'l^'thal  etched  for  Zih  minutes'  by  dilute 
hydrofluoric  acid  at  ioo».  some  interesting  pits  were  obtained  whose 
orientation  indicated  the  occurrence  of  repeated  twinning.     The  posi- 
ion  of  the  several  individuals  of  the  twin  was  shown  by  pits  lying^de 
by  side  m  reversed  position  (PlateXXVI.fig.27).  Between  these  wcfepu! 

of  symmetry^  Ihese  evidently  lay  over  the  edge  of  the  twinning  face. 
Apparently  the  point  of  origin  of  the  pit  was  on  this  edge,  resulting  in  a 
kind  of  pseudosymmetry.  '' 

cn^'n  '^r'^'P^/'^r^'^''  here  described,  pits  were  obtained  which  corre- 
spond T^-ith  al  these  mentioned  in  the  papers  to  which  reference  has 
been  made.  Most  of  them  are  of  Pelikan's  first  type  which  is  about  the 
same  as  the  third  of  Baumhauer.  and  the  first  of  Grcim.  A  number  were 
hke  the  second  of  Pelikan  in  which  the  two  shorter  sides  are  not  parallel 
Severa  of  the  experiments  resulted  in  pits  in  v.hich  the  abSce  of 
parallelism  was  characteristic  of  the  long  faces  and  in  some  cases  neither 
pair  was  parallel.  The  additional  pair  of  figure-faces  mentioned  b" 
Fehkan  was  frequently  observed,  but  did  not  seem  always  to  charac- 
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tcrize  the  atymmetric  pit,  but  in  ieveral  cases  one  of  the  a>rner«  had 
been  truncated,  resulting  in  (ive-»ided  pitt.  In  one  ca«e.  a  pit  similar 
to  the  second  type  of  Greim  was  olwarx-ed  (Plate  XXVI,  fig.  38).  It  i: 
also  important  to  note,  in  view  of  Baumhauer's  explanation  of  PeliWans 
supposedly  asymmetric  pit.  as  being  the  result  of  twinning,  that  in  the 
case  alxivc  mentioned,  where  the  twinning  was  apparent,  the  result  was 
not  to  lower  the  grade  of  .ymmctry  of  the  pit,  but  actually  to  raise  it. 

(f)  Pits  OH  the  orlkopituuoid. 

It  has  aheady  been  pointed  out  that  the  orthopinacoid  is  attacked 
with  much  greater  rapidity  by  acid  corrosion  than  is  the  prism  or  the 
clinopinacoid.  An  exposure  of  three  quarters  of  a  minute  to  a  heated 
mixture  of  fluorte  and  sulphuric  acid  resulted  in  the  entire  solution  of 
the  face.  Ano  ler  specimen  exposed  for  a  quarter  of  a  mi*  ate  on^y. 
had  its  orthopinacoid  etched  r  o  a  series  of  long,  parallel  grooves, 
which  completely  covered  the  iace.  Hydrofluoric  acid  at  100°  was 
next  used  and  a  specimen  exposed  for  one  quarter  of  a  minute  still 
showed  an  over-etched  orthopinacoid.  So.  for  subsequent  experiments 
it  was  diluted  with  an  equal  amount  of  water  and  waa  found  satisfactory. 
After  an  exposure  under  these  conditions,  of  six  and  one-half  minutes, 
the  first  .ear  pits  were  obtained.  They  were  inclosed  by  six  sides, 
the  longest  pair  parallel  with  the  vertical  axis  of  the  crystal,  the  other 
two  pairs  closing  the  ends  of  the  pit.  one  of  which  was  considerably 
more  acute  than  the  other.  This  represented  a  figure  enclosed  by 
twelve  faces  as  shown  in  Plate  XXVI.  fig.  29. 

It  differs  from  the  pit  obtained  by  Pelikan  on  this  face.  He  describes 
it*  as  a  long  deltoid,  the  sharp  end  of  which  points  towards  the  base, 
the  obtuse  to  •  rds  the  orthodome.  Similarly  Hintze"  speaks  of  '  »,< 
pit  as  a  deltoid  with  rounded  sides,  the  acute  end  directed  toward  ihv 
negative,  the  obtuse  towards  the  positive  pyramid.  However  '  .3 
similar  to  those  illustrated  by  Daly"  as  obtained  by  etching  die  d-- 
from  Ala  with  hydrofluoric  acid. 

In  order  to  obtain  if  possible  a  more  definite  knowledge  of  the  n 
which  enclose  the  pits,  the  .oldschmidt  reflection  goniometer  was  u&  ' 
This  is  the  method  already  followed  by  the  designer  of  the  instrumer. 
in  the  investigations  referred  to  above.  The  crystal  was  set  up  with 
the  face  whose  pits  were  to  be  examined  normal  to  the  axis  of  the  instru- 
ment, and  the  reflections  from  the  pit  faces  read  in  the  usual  way.  In 
view  of  the  clearness  of  the  pits  which  had  been  obtained,  it  was  natural 
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rriiS^  'rrj  'z™  -^^ «'-°"  -s  r.s; 

faces.  ^  •    "^^  """"'"K  '•"^«'  f^Presenting  the  smaller 

the  end.    There  also  e>  tenH^H  fr       *u  '       °''"*  ^^  ^  ^"V  *•»*  ^^ 

and  two  belowln'^la"    n;^,^:i%';^"*J^  ^^^^  ^^r  """  ^^^^ 

c^ruret^r;u=ftd^!;Tt^^^  r^^  ^^  ^^^  ^^*  '•^' 

that  the  figure  ^saTrir  .'"  ''^""*  ^"^  ^"*  *"  *»>«  ^^^ 

their  inclinatbn  to  the  Jes         "■  '"'"  '"'  *''^""«  *^"*  ^'•«»'^'y  '" 

together    an^  ^«        nowever  they  were  rather  numerous  and  close 
Z^lCs    ^°""^"^"^'>'  -"'d  "ot  all  of  them  represent  ^^Me 

best  so  far  ol^rved  Th;  "  ''  ''^'^'  °^  "^'  '^''^''""^  *^^^  ^^e 
application  of  t  Wrosiv^  um^fhT??'-  """""^^  °"  ^^^'^--' 
which  there  was  no  inr^L  1  :^°*^'  '""^  ^'^^  ^^i  minutes,  after 
continued  Z  the  ca^  oTt^^  '".  .'.  *«*'"*^t-^-  Corrosion  was  dis- 
were  etched  undeHhe  tl^T'^^f"  f  *  '"'""^^^'  ''"^  "^^^^^  <^'^^tals 
A  white  dioS  fromllrthrf  '^^^^^  '  ^'"^  '""'^'^  '""K^"-  *'■"'«■ 
numerous  pitVon  he  or^tnl  -^l  ^^iT  """"*^^'  «^^^  ^•"^"  ^"d 
-inutes.  the  pits  we^  suSr  /f'^^^-^''^^  -"ion  for  fifteen 
tions.  but  after  a  totaTof  fn?  «  ^  ?  developed  to  give  clear  r^flec- 
been  passe^andYhe  trl    h'aH  "     V  '"'"'  °'  ''''''''  P*^^-*'-  '^^d 

to  be  read  on  the  go„ Sr     A^tfer  s"^^  "°  '""^'  '^'^"'^^  ^"""^'^ 
goniometer.    Another  specimen,  a  green  diopside  from 


I 
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De  Kalb,  N.Y.,  reached  its  greatest  clearness  in  about  fifty  minutes. 
These  experiments  indicate  that  a  maximum  of  perfection,  in  which 
the  figure-faces  approach  to  the  condition  of  possible  crystal  faces  in 
their  evenness  and  position,  is  attained  only  after  etching  has  been 
continued  for  a  considerable  time.  Further  exposure  results  in 
gradually  decreasing  clearness,  until  the  pits  have  quite  lost  their  original 
character. 

It  is  interesting  to  note  in  passing  that  in  these  experiments,  as  in 
others  in  this  research,  one  or  two  of  the  pits  attained  a  size  many  times 
greater  than  that  of  the  rest  on  the  same  face,  persisting  even  after 
others  had  flattened  out  of  all  resemblance  to  their  original  form.  This 
fact  is  of  significance  in  developing  the  theory  of  the  origin  of  etch-figures 
as  will  be  seen  by  the  discussion  in  the  second  part  of  this  paper. 

(d)  Pits  on  the  orthodome. 

The  faces  around  the  ends  of  the  vertical  axis  of  diopside  are  almost 
invariably  extremely  rough  and  corroded  and  quite  unsuited  for  crystallo- 
graphic  examination.  In  order  to  overcome  this  difficulty  some  crystals 
were  obtained  which  had  the  forms  (loi)  and  (001)  artificially  cut  and 
polished  upon  them.  Before  being  etched  they  were  examined  and  the 
artificial  faces  were  found  to  be  correctly  cut. 

After  an  exposure  of  20  minutes  to  very  dilute  hydrofluoric  acid, 
quite  definite  but  minute  pits  were  obtained  on  the  domes.  In  general 
form  they  were  somewhat  lozenge-shaped.  They  were  each  bounded 
by  four  figure-faces,  two  pairs  of  triangles,  one  of  which  was  consider- 
ably longer  than  the  other.  In  some  cases,  a  fifth  face,  small  and  four 
sided,  formed  the  bottom  (Plate  XXVI,  fig.  30).  It  will  be  noted  that  this 
arrangement  results  in  a  figure,  one  of  whose  ends  is  deeper  than  the 
other.  At  this  stage,  the  pits  were  too  small  to  yield  any  definite  re- 
flections of  any  kind. 

On  further  exposure  to  the  same  corrosive  the  pits  gradually  increased 
in  size  and  number  and  to  a  certain  degree  changed  in  outline.  A  few 
were  observed  which  were  enclosed  by  two  curved  figure-faces.  This 
stage  of  their  development  is  shown  in  Plate  XXVI,  fig.  31. 

After  thirty  minutes'  exposure  it  was  found  that  the  pits  were  still 
too  shallow  to  admit  of  measurements,  and  so  a  stronger  corrosive, 
commercial  hydrofluoric  acid  diluted  with  an  equal  volume  of  water, 
was  used.  This,  after  an  exposure  of  20  minutes  at  100°  gave  pits 
which,  while  they  retained  their  original  outlines,  were  much  larger 
and  deeper.  While  the  perfecting  of  the  faces  took  place  apparently 
in  the  same  way  as  in  the  case  of  the  pits  on  other  faces,  the  action  was 
not  continued  long  enough  to  give  any  clear  reflections. 
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In  his  experiments  with  the  amphiboles,  Daly"  obtained  well  def 
and  uniform  figures  on  the  orthodome.  They  Jer.-  usualty  ^a  rei 
tnangular  outlme  enclosed   by  three  triangula.    faces      OocLbn 

faces  at  the  basal  angles  of  the  original  pit. 

(«)  Pits  on  the  base. 

The  conditions  under  which  corrosion  takes  place  on  the  b- 

aTdThl    "V'""-  ^'"''^^  *°  *''°"  ""^^^  -hich  it'IctTon  the  don 
and  the  result.ngp.tsas  will  be  seenfromthedrawing(Plate  XXVI  S 

sh"ortr;T"'K  ''^°"'^  ^''^""^^  •-'"«  thaf  theTare  s^mew 
shorter.     This  shorten.ng  is  suggestive  when  we  compare  the  oul 

with  ti?  iTT'  '"'^  •"  ^'^  o«ho-diagonal  zone,  in  Xch  t^n 
Some  iorf'  '  ^^'^row-shaped  figures  on  the  pinacoid.  the  p 

become^shorter  as  we  approach  the  base,  where  the  length' is  at' 

hydttori"c  acTar„^'o^°  1""*''  '°  '  ^^^'^  -'"^'^  °^  <=°-""c 
JCd  Zn  f^^H  •  '^°"**'°"«  ""der  which  the  figures  were  ( 


6.  Alkaline  Corrosion  jf  Diopside 

"op.  cit.,  page  413. 
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A  thirty  second  exposure  gave  pits  of  somewhat  similar  form  but 
with  the  two  curved  faces  replaced  by  two  short  straight  ones  (Plate  XXVI , 
fig-  34)-  This  suggests  that  in  alkaline  etching  the  same  series  of  events 
takes  place  as  that  which  we  have  seen  in  the  case  of  acid  etching, 
namely  the  replacement  of  curved  lines  by  several  shorter  straight  ones. 
However,  it  was  diflicult  to  obtain  clear  pits  and  in  consequence  there 
was  not  sufficient  data  upon  which  to  generalize.  Extended  corrosion, 
while  it  seemed  to  make  the  pits  upon  the  prisms  clearer,  did  not  enable 
one  to  obtain  any  upon  the  pinacoids.  After  40  seconds'  exposure,  there 
were  no  clearly  defined  pits  upon  the  orthopinacoids,  while  the  clinopina- 
coid  had  merely  minute,  ill-defined  spots  of  roughening. 


Part  II— Theoretical. 

I.  Introductory. 

In  the  first  part  of  this  paper  there  is  described  a  series  of  experiments 
with  three  monoclinic  minerals,  together  with  a  statement  of  the  ob- 
served phenomena.  It  now  remains  to  combine  these  results  so  as  to 
see  their  bearing  upon  the  general  problem  of  the  origin  and  growth 
of  etch-figures,  and  as  we  do  so  tne  processes  involved  begin  to  take 
upon  themselves  a  somewhat  new  significance. 

The  new  generalizations  to  be  deduced  from  the  data  now  at  our 
disposal  may  be  stated  briefly  as  follows.  In  the  first  place  the  point 
of  origin  and  the  distribution  of  the  pits  depend  upon  the  molecular 
structure  of  the  crystal  and  not  upon  any  external  and  adventitious 
cause.  In  the  second  place  in  its  development  a  pit  passes  through 
a  regular  series  of  stages  comprising  growth,  maturity  and  decay.  In 
the  third  place,  there  is  a  relationship  between  the  faces  of  the  pits 
developed  on  the  various  faces  of  a  crystal,  and  in  the  fourth  place  the 
beaks  are  shown  to  be  of  three  kinds,  and  suggestions  to  account  for 
their  occurrence  have  been  offered. 


2.  The  Point  o?  Origin. 

As  has  been  pointed  out  in  the  experimental  part  of  this  paper,  one 
of  the  striking  and  unexpected  features  of  etch  reactions  is  that  the  pits 
are  not  distributed  evenly  over  the  crystal.  The  question  why  one  part 
of  the  etched  face  should  be  free  from  corrosion,  while  adjacent  parts 
are  closely  covered  with  pits,  is  one  wliich  has  attracted  the  attention 
of  many  investigators,  and  in  consequence  many  explanations  have 
been  offered.    It  is  evident  that  in  order  to  provide  an  adequate  theory 
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for  the  general  distribution  of  pits  it  will  be  necessary  to  arrive  at 
feaowledge  of  the  conditions  which  cause  the  selection  of  one  point  f, 
the  location  of  a  pit  in  preference  to  another 

Before  formulating  any  new  theory  it  is  necessary  to  review  brief 
hose  already  suggested  and  tc  ,,  oint  out  in  each  case  wherein  it  h. 
failed  to  satisfy  the  test  of  expermental  verification.  It  has  been  su, 
posed  that  the  presence  of  extraneous  particles  such  as  dust  upon  t 
surface  would  provide  points  of  attack  for  the  corrosive.  The  exoer 
ments  in  which  dusty  crystals  were  exposed  without  correspondin 
results,  and  also  the  fact  that  the  irregularity  is  as  strikbg  o^  f^ 
c^avage  faces,  show  that  this  idea  is  quite  untenable.  But  itl  IS 
that  there  may  be  fracturings  or  scratches  on  the  surface  in  ZSt 

ZT'T^  ^""i  "  '°'^^'"^"^'  -hampered  by  currents.  Tnd  so 
start  might  be  made.    Direct  experimental  disproof  has  al  eady  Ee 

shown  that       T^r  V""'  '"'^'"^"'^^  experiments,  and  Daly"  ha 
shown  that  such  surface  fracturings  cannot  be  the  universal  cause  fo 

S  Dits  '^f'/'^T"  "^  'J''''^"'^  '■"'"''^  •"  '^'  '"""^diate  formatio. 
^LT     u    i"    ^"^  conditions  the  crystal  faces  must  have  been  per 

ISLTar  The  ""kI"^'''"  '^  '''''  '""^  ^"^"«^-"^  -  "^tructur^l 
^■u  I  ■  ^  ^^'^^^  connection  between  pits  and  inclusion 
wh  ch  the  experiments  with  colemanite  seemed  to  indicate    was  or 

I'd  elT^' T?'""  "'"  ^°  "^  °"^  °^ '  ^*""'"-  -"-  -  "not  oTcau« 
and  effect     There  remains  now,  in  addition  to  Goldschmidfs  theon 

°pt'"1/"  u^'  "P*^"'"«  ^^''  "^  »»>'«  P^Per.  another,  rggestedb^ 
^nEbner"  which  supposes  that  the  pit  originates  at  the  pSn  the' 
I^rticles  of  the  corrosive  of  greater  concentration  than  the  aCge  com 
.n  contac   with  the  crystal.     Both  of  these  theories  are  put  to  fhe  "S 

Tnd  ".l'    T  '' k"  ""''''  "  ^"'"^  ^•"»'°"  -d  in  a  shaken  tet-tuS 
and  a  so  when  the  corrosive  is  applied  in  the  form  of  a  jet.    Under  such 

TttrXtfoT  ^^"  "-  ^''''''  '''^''  "-  ^^^—  «^  --n-i' 

Since  all  of  these  theories  fail  when  put  to  exoerit 
must  look  for  a  due  leading  to  a  new  ex'p.anatiTof 't.       ^^^d 
state  of  affairs.    VVe  must  bear  in  mind  however,  that  whatevrth. 
conditions  may  be  that  allow  a  selective  attack  by  the  coTn2r  thev 

Zt  ^  """°"  *°  ^'^^^^"^  ''''''  °^  ^-h  cleavage  planrsTn'ceo^ 
these  the  arrangement  of  the  pits  is  the  same.  A^uggestile Tact  in 
this  connection  is  the  growth  of  pits  in  ov^riapping  pa  fS^ in  mo 


"  op.  cit..  page  389. 

»  Sitzber.  d.  Alcad.  d.  Wissensch.  lu  Wien.  89:  368. 
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or  less  straight  lines.  Pits  occurring  in  this  linear  arrangement  were 
described  by  Baumhauer'*,  who  called  them  "Aetzgraben".  These 
lines  are  usually  irregular,  but  examples  have  been  frequently  observed 
in  which  definite  crystallographic  directions  are  thus  marked  by  rows 
of  pits.  For  instance,  Bohmer  described  pits  on  quartz  crystals  of  con- 
centric growth,  which  were  found  to  have  a  corresponding  concentric 
arrangement  parallel  to  the  combination  edge  between  +R  and  -R.^* 
An  even  more  suggestive  example  was  that  previously  referred  to  in 
the  case  of  diopside,  in  which  the  pits  were  found  along  the  edge  of  a 
twinning  plane. 

It  is  evident  that  these  lines  of  selective  pitting  are  also  lines  of 
weak  cohesion,  and  we  must  remember  that  those  faces  which  present 
the  maximum  cohesion,  such  as  cleavage  planes,  are  corroded  much 
more  slowly  than  those  of  a  lower  degree.  It  has  also  been  noted"  that 
when  a  crystal  has  been  fused,  the  resulting  amorphous  substance  has 
a  lower  specific  gravity,  indicating  that  the  molecules  are  farther  apart, 
and  in  consequence  the  cohesion  must  be  less.  Such  materia!  has  less 
resistance  to  the  attack  of  the  solvent  than  had  the  original  crystal. 
In  other  words,  the  stronger  the  cohesion  the  greater  the  resistance  to 
corrosion. 

It  seems  evident  therefore  that  wherever  cohesion  is  less  than  the 
average  for  any  crystal  face,  there  is  in  consequence  a  point  where  the 
corrosive  can  begin  its  action.  In  certain  particular  cases,  such  as  along 
the  edges  of  cleavage  and  twinning  planes,  the  connection  between  the 
location  of  pits  and  points  of  weak  cohesion  is  clearly  seen,  and  in  others, 
while  not  quite  so  evident  at  first  sight,  this  relationship  is  demon- 
strable, for  there  can  be  nothing  jlse  in  common  which  could  account 
for  the  similarity  of  the  arrangement  on  adjacent  sides  of  cleavage 
plates.  We  are  now  in  a  position  to  deduce  the  law  that  the  point  of 
origin  of  every  pit  is  at  a  centre  of  weak  attachments  between  adjacent 
crystal  molecules.  Since,  in  the  process  of  solution,  fresh  surfaces  are 
constantl>  being  formed,  each  of  which  has  its  own  crop  of  pits,  we 
conclude  that  all  through  the  mass  of  the  crystal  there  are  scattered 
these  points  of  potential  pit  origin. 

It  is  interesting  to  note,  however,  that  some  individual  pits  have 
the  capacity  of  attaining  a  much  greater  size  than  the  rest.  At  first 
the  pits  are  practically  of  the  same  dimensions,  but  as  time  goes  on, 
here  and  there  some  will  be  found  to  be  noticeably  large.    In  the  ex- 


"  "  Resultate",  page  6. 

'•  N.  Jahrb.  f.  Min.,  Beil.  Bd.,  7:  540.     1891. 

"  Walker,  "Crystallography",  N.Y.,  1914,  page  44. 
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periments  with  colemanite  it  was  noted  that  some  of  the  pits  grew 

expenments  p.ts  were  observed  on  the  orthopinacoid  which  developed 
to  great  size  and  perfection. 

These  differences  cannot  depend  upon  the  corrosive,  as  they  arc 
formed  under  vanous  conditions.    They  cannot  be  accidental  in  view 
of  what  we  have  already  seen  as  to  the  causes  of  the  first  pit  formation 
It  seems  therefore  reasonable  to  suppose  that  the  centres  of  weak  ro' 
nesion  are  more  extensive  in  some  cases  than  in  others. 

The  theory  of  the  distribution  of  centres  of  weak  cohesion  through- 
out  the  crystal  g.ves  us  an  explanation  for  another  peculiarity  of  etching 
Daly  has  observ-ed"  the  occurrence  of  what  he  calls  "stepped  pits" 
which  are  deep  forms  whose  sides  have  a  laminated  appearance  He 
^plains  these  as  being  due  to  thft  edges  of  parallel  cleavage  planes 
being  brought  to  light  by  the  corrosion.  Pits  of  this  type,  while  few 
m  number  have  been  observed  from  time  to  time  in  the^^rse  of  th* 
research,  the  most  notable  instance  being  that  referred  to  and  illustrated 
m  the  exper-.nents  with  colemanite.  If  a  centre  of  weak  cohesion,  and 
^erefore.  cne  of  potential  pitting,  be  of  sufficient  extent  to  lay  bare 
before  the  pit  has  reached  its  limit,  another  such  centre,  the  result  will 
be  a  pit  within  a  pit,  and  this  process,  if  carried  still  further,  will  result 

Zl    T  r.l    k!^'  '"'Pf^  'y^^-    '^^'  '''^  '"  ^^<^h  ^^^  being  the 
remnants  of  the  bottoms  of  the  pits  which  have  been  so  enlarged 

O""- deduction  as  to  the  point  of  origin  leads  us  a  step  further  Since 
l^ts  are  not  distributed  evenly  over  the  etched  face,  it  follows  that  the 
centres  o  >.-eak  cohesion  are  similariy  irregulariy  placed.  Hence  the 
cohesional  attachments  of  a  series  of  crystal  molecules  in  the  face  will 
r„HV...TV  *=°"^?"«"«.  the  cohesion  of  any  crystal  face,  as 

Lut Tth    1°'  '"T'"-^^  '•'  ''"^"^'  '^  "°*  ^"  elementary  quantity, 
but  IS  the  mean  of  an  infinite  number  of  variables. 


3.  The  Growth  of  the  Pit. 

conc^ulf  t"hL'"  ^'''  T'  °"  '^'  ^tch-reactions  of  calcite  and  dolomite 
concluded  that  some  figures  are  instantaneous  and.  some  retarded." 

FnH?^r  r.'  '"'""^-  "^"''^"*"  ""^  ^^^^•■'I'rte  Aetzfiguren  sind 
Endgheder  Re.he  von  Formen.  welche  sich  durch  verschiedene  Gesch- 
wmdigkeit  der  Entwickelung  unter«:heiden.  Sie  sind  durch  Ueber- 
gange  m.t  e.nander  verbunden  ••.»    In  the  experiment  above  described 

"op.  cit..  page  396. 
"  op.  cit.,  page  775. 
"  "Resultate",  page  4. 
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in  which  a  current  of  somewhat  concentrated  corrosive  was  directed 
against  a  crystal  of  colemanite,  the  well-defined  pits  which  were  pro- 
duced apparently  instantaneously,  differed  only  in  size  from  those 
produced  slowly  by  a  more  dilute  solution. 

The  inference  is  that  by  the  use  of  a  strong  corrosive  the  pits  are 
produced  more  rapidly  than  with  a  weaker  one.  Many  authorities  have 
gone  a  step  farther  by  the  claim  that  such  pits  are  also  more  perfect. 
Miers  summarizes  this  as  follows:  "Experiments  with  hydrochloric 
acid  on  cylinders  of  calcite  indicate  that  with  a  more  concentrated 
solvent  the  etched  faces  are  produced  more  readily  and  in  greater  per- 
fection than  with  a  dilute  solvent"."  The  results  of  the  foregoing 
experiments,  however,  show  that  approximate  perfection  in  the  figure- 
faces  depends,  not  upon  the  strength  of  the  solvent,  but  upon  the  com- 
pleteness of  the  processes  involved.  With  a  weak  solvent  this  will  take 
place  slowly,  but  in  time  the  result  will  be  the  same. 

That  there  is  a  development  of  some  kind  in  the  formation  of  the 
pit  has  long  been  known.  It  is  referred  to  by  Baumhauer,"  who  points 
out  that  the  pits  become  more  numerous  and  larger  until  the  surface  is 
practically  covered.  He  also  observed  that  after  a  time  they  become 
rounded,  but  the  stages  in  this  process  have  not  hitherto  been  definitely 
laid  down.  It  was  also  made  note  of  by  Daly,  who  remarks,  "As  the 
process  of  etching  continues  the  pit  usually  increases  in  size,  often 
(depending  partly  on  the  symmetry  of  the  etched  plane)  changes  in 
shape  of  outline.  .  .  .  The  first  stage  of  development  in  a  pit  may  be 
called  its  'initial'  form.  The  development  ends  where  the  outline 
begins  to  be  seriously  impaired  by  the  solution  of  the  surrounding  part 
of  the  etched  surface.  Just  preceding  this  point  in  the  history,  the  pit 
may  be  called  'mature',  and  the  process  intervening  between  the  initial 
and  mature  stages  is  that  of  maturing.  Von  Ebner's  'instantaneous' 
and  'retarded'  types  are  connected  by  transitions,  but  are  not  easily 
to  be  compared  to  'initial'  and  'mature'  figures  since  his  types  refer 
simply  to  the  length  of  time  required  to  develop  the  pits  and  are  not 
restricted  to  the  use  of  one  solvent"." 

By  th^  application  of  the  method  of  interrupted  etching,  the  exist- 
ence of  this  development  was  proved  and  the  various  stages  were  isolated 
and  desciibed.    They  may  be  stated  as  folUws: 

(i)  The  first  stage  in  pit  development  is  ultra-microscopic,  and  con- 
sists of  the  attack  of  the  corrosive  upon  the  weak  point  in  the  crystal. 
From  this,  the  rate  of  attack  depends  upon  the  strength  of  the  corrosive. 


"  "Mineralogy",  Lond. 
"  op.  cit.,  page  3. 
"  op.  cit.,  page  376. 


1903,  page  115. 
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(2)  The  second,  or  immature  stage  is  characterized  by  a  shallow, 
rounded  excavation  and  outlines  which  are  composed  o(  few  and  curved 
lines. 

(3)  As  corrosive  action  continues,  the  edges  which  bound  the  pit 
tend  to  become  straighter  and  there  is  developed  in  one  part  a  small 
but  definite  pit  which  grows  larger,  eventually  almost  filling  the  primi- 
tive depression,  which  now  appears  as  a  slight  shadow.  Just  as  the 
outlines  of  the  primitive  pit  are  curved,  so  also  the  earlier  figure-faces 
appear  to  be  curved,  though  this,  as  will  be  seen  in  the  succeeding 
section,  is  due,  at  least  in  part,  to  the  occurrence  of  numerous  small 
faces  of  almost  the  same  symbols,  close  to  one  another.  During  this 
process  the  faces  become  clearer  and  plainer,  and  the  interpolation  of 
new  figure-faces  of  different  indices  and  in  different  zones  may  take 
place  resulting  in  pits  of  a  more  complex  outline. 

(4)  There  is  a  point  of  maximum  perfection,  beyond  which  continued 
corrosion  results  in  less  distinct  faces  and  a  broadening  rather  than  a 
deepening  of  the  pit. 

(5)  When  the  edges  of  expanding  pits  overlap,  leaving  a  fresh  surface 
marked  by  etch  hills,  renewed  corrosion  results  in  the  formation  of  a 
new  crop  of  pits. 


4.  The  Nature  of  the  Figure-Faces. 

The  comparative  regularity  of  the  outlines  of  etch-figures  and  the 
apparent  evenness  of  their  planes,  naturally  -uggest  the  idea  that  they 
are  bounded  by  simple  faces.  This  was  the  view  of  the  earlier  investi- 
gators, whose  results  were  obtained  by  means  of  the  microscope.  Ley- 
dolt,"  the  first  to  consider  the  problem,  thought  it  possible  to  express 
their  relationships  by  means  of  simple  symbols. 

But  with  the  application  of  more  exact  methods,  there  came  a  grow- 
ing conviction  that  figure-faces  are  not  as  simple  in  their  crystallo- 
graphic  relationships  as  was  at  first  believed.  An  examination  by 
Sohncke  of  the  four-sided  pits  of  common  salt,''  showed  the  symbols  of 
their  faces  to  be  910  and  10,  10.  Still  further  discrepancies  were  ob- 
served by  F.  Klocke  in  alum  pits"  whose  figure-faces  had  the  symbols 
778,  557,  15  I  15.  30  I  30.  etc. 

When  Goldschmidt  made  use  of  his  two-circle  goniometer  in  the 
investigation  of  the  subject,  the  anomalous  nature  of  the  pit  faces  be- 


»•  Sitzb.  der  Alcad.  d.  Wissensch.  zu  Wien,  6  Nov.  1854. 
»  Jahrb.  f.  Min.  1875,  page  941. 
■  Zeitsch.  f.  Kryst.,  a:  126. 
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ean^e  more  .riUing.y  e^dent^  ^^^^^^J^StZZ 

then  seen  to  differ  in  a  marked  ""fTf"  s    TheV  "'"^'''^  "^ '^  """"^^^ 
obtained  from  a  series  of  normal  crystal  faces.    1  hey  cons 


nf  U<.ht  oaths  radiating  from  a  common  centre.  In  some  cases  the  rays 
a  e  ong'^nd  join  in  a'small  central  patch  of  light,  and  .n  others  a  .s 
the  cenue  that  is  well-defined,  and  the  light-paths  are  short  and  md.s- 

*'"'l'n  order  to  make  a  careful  study  of  tnese  phenomena  as  exemplified 
by  diorSde.  a  crystal  which  had  been  exposed  to  a  50%  solution  of 
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hydrofluoric  acid  for  15  minute*  was  mounted  on  the  goniometer  and 
readings  were  made  at  intervals  along  each  one  of  the  light-paths 
Although  they  were  frequently  quite  dim,  they  could  still  be  traced  in 
an  unbroken  series  around  the  crystal  in  several  directions,  as  is  shown 
in  the  accompanying  stereographic  projection.  This  is  characteristic 
of  all  the  zones. 

These  observations  show  very  clearly  that  the  faces  which  form  the 
sides  of  a  pit,  and  which  on  microscopic  examination  resemble  crystal 
faces  so  closely,  are  in  reality  very  different.  In  no  case  do  the  para- 
meters bear  a  simple  ratio  to  one  another.  In  fact,  the  only  type  of 
crystal  face  with  which  they  seem  to  have  anything  in  common  is  the 
vicinal  face. 

The  length  and  the  continuity  of  the  light-paths  would  seem  to 
indicate  that  the  reflexions  are  those  from  curved  faces,  and  this  has 
been  generally  assumed.  But  there  are  two  suggestive  observations 
which  militate  against  this  assumption.  In  the  first  place,  scattered 
among  these  indistinct  rays  there  are  to  be  found  faint  signals  like 
those  which  might  be  expected  from  very  small  faces.  Again  it  was 
frequently  observed  that  in  order  to  trace  the  light-paths  it  is  necessary 
to  move  the  crystal  so  that  various  parts  of  each  face  come  successively 
into  the  field  of  vision.  Further,  it  was  also  found  that  by  narrowing 
the  aperture  of  the  telescope's  eye  piece,  the  light-paths  become  short- 
ened and  replaced  by  a  series  of  hazy  spots,  and  sometimes  change  into 
clear,  though  faint  crosses. 

Evidently  then  the  continuity  of  the  light-paths  is  not  due  to  the 
curvature  of  the  figure-faces,  but  to  the  fusion  of  reflexions  from  numerous 
pits.  This  leads  to  the  rather  unexpected  deduction,  which  is,  however, 
borne  out  by  numerous  observations,  that  the  corresponding  figure- 
faces  of  pits  on  the  same  crystal  faces  are  not  identical,  though  their 
difference  is  slight. 

Although  we  must  not  look  upon  pits  as  being  enclosed  by  true 
crystal  faces,  it  is  evident  that  their  bounding  planes  represent  as  close 
an  approximation  as  possible  under  the  circumstances.  Goldschmidt 
has  pointed  out  that  in  pit  formation  there  are  two  opposing  tendencies, 
one  of  which  would  result  in  the  formation  of  round  excavations  if 
unopposed,  and  the  other  in  the  development  of  true  crystal  faces. 
Thus  the  net  result  is  these  faces  which  are  approximately  regular,  and 
hence  are  of  value  in  the  determination  of  the  physical  properties  of 
crystals. 

Since  the  symmetry  of  any  pit  is  an  expression  of  that  of  the  crystal 
face  upon  which  it  is  developed,  it  is  natural  to  expect  that  there  would 
be  some  relationship  between  the  pits  on  various  faces  of  the  same 
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c^.ta..  oC  .uch  a  nature  that  ^J^ej-^Jj/ -^^tlu^^^^^^^ 
Thi.  irrm  i.  dctermmed  to  a  «««>"  «^^*  ^  '^ome  pits  are  long 
K,lution  in  different  "V*"  '^'"C  a^e^r'n  Z  rates  of  «>lution 
and  narrow  on  account  of  a  •""''^i'^'f^";"^^'"  *^^^^^^^  even  nearly 
at  right  angles  to  one  another.  «h'>^  "l^^^^J^^  "ifji,  p.,i„t  has  been 
round  where  there  is  ';^..^^"j;^^XlVC'-rei.\  measurements  of 
worked  out  in  some  deta.l  by  Becke  J^o^^V  corrosion,  deduced  the 
the  diameter  of  spheres  dunng  the  P"!^*^** J" /^"T^  ^^,  direction, 

rule  that  the  velocity  of  s«lutu>n  var.es  -^Jj^^^^^/^f^^^p^ia  of 
From  the.,  '"'ocities  '^  -uW  be  po^  bl  .^^  he  phe„"-ena  7  heat 
solution  corresponding  to  those  lUustratmg  m     v 

and  light  in  the  crystal.  .:„„.u:n  hrtween  the  pits  was 

An'other  method  of  showmg  the  «  ^t.  „sh  p  between  ^^^P.^^^^^ 

suggested  by  the  fact  brought  J"  '  •'"  "^  ,^    i,  „„  the  base 

described  in  an  earl.er  secUon  °' ^J  ^^f^f  [^^  „  relembles  to  an  equal 
resembles  that  on  the  orthodome.  while  the  latter  rese 

extent,  the  pit  produced  upon  the  -thoPmaco.d.  the  th    ^^^  ^^^^^ 

,T,ainly  in  their  «^o'"f«"Vrwi'"*^    J  to  consuuct  a  negative  crystal 
in  common,  and  it  *°"'d  *)e  possible    ocn^tj^^^  ^^^ 

from  the  faces  occurring  m  the  pit    of  th^  onhod mgo  ^^^^^ 

result  would  be  substantially  the  ^^n^^  "^^^^  c Unopinacoids.    H  it 
^obtained  by  the  un.0^^^^^^^^^^^ 
were  possible  for  the  corrosive  lu  ai.i  nassina   it  m  ght  be 

pointed  out  that  ^'"7^''^"^"    .  ^_u„^t  p^ge    of    this  paper,  would 

,„  oraer  ,o  obtain  .  »"'V  "'-^^i^/^^'jl  ,hl.  in  «.Mi<yi". 
the  negative  cry.tal,  it  »  """^  "~'^.''^,h„i„,  p,„.  „(  section  in  a 
ErntaV^Stir-'Trwri™  ^d-  iota.L  „<.e,.  „  -otntea 
are  illustrated  in  the  accompanying  plate. 


"  Min.  u.  pe''-  Mitth..  N.F.,  5^  457'883. 
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It  must  Ix'  borne  in  mind,  however,  that  the  figure-faces  of  the  mcxlels 
are  thoce  which  might  l>e  expected  to  be  formed  in  etching  if  their 
dewiopment  c<iuld  go  on  unhindered.  That  is  to  «ay.  the  pits  in  the 
nxHlels  are  enclosed  by  the  minimum  number  of  simple,  plane  faces, 
not  the  indefinite  and  vicinal  faces  which  we  find  in  actual  experience. 

The  model  representing  the  pit  on  the  orthopinacoid  will  be  ob- 
served to  be  similar  to  that  obtained  by  etching,  with  the  exception  of 
the  faces  which  cloie  the  lower  end.  These  are  so  inclined  as  to  leave 
an  ovx-rhanging  edge.  This,  as  has  \icen  |K)inted  out  by  Goldschmidt, 
in  the  anicle  already  referred  to,  will  provitle  a  point  of  vigorous  attack 
for  the  solvent,  until  the  edge  is  entirely  remowd.  Thus  we  have 
the  typical  pit  on  the  orthopinacoid  J;  shf  uld  be  i  ;.:i'inlH-rcd  in  this 
connection,  that  in  a  specimen  that  has  been  somewhat  overelche.j 
one  end  of  each  pit  is  much  less  clearly  defined  than  the  other.  The 
whole  pit  aptwars  as  a  groove  closed  at  one  end  and  gradually  becoming 
shallower,  until  it  reaches  the  surface  of  the  crystal  face.  The  reflection 
from  an  orthopinacoid  covered  with  pits  of  this  kind  shows  a  bright 
light-path  corresponding  with  the  prismatic  figure-faces,  two  moderately 
bright  ones  corresponding  with  the  faces  at  the  well-defined  end.  and 
some  faint  traces,  representing  the  other  end  of  the  pit.  This  was 
repeatedly  observed  in  examining  crystals  with  etching  developed  to 
this  extent.  All  of  which  shows  that  at  the  point  where  according  to 
theory  we  should  expect  the  maximum  amount  of  corrosion,  this  special 
rounding  off  of  the  pit  edges  actually  takes  place. 

The  model  representing  the  theoretical  form  of  the  pit  on  the  ortho- 
<lonie,  will  Ix.'  seen  by  comparing  it  with  figure  31  of  Plate  XXVI,  to  bear  a 
striking  resemblance  to  the  pit  actually  obtained  by  etching.  Similarly 
we  find  the  same  relationship  Ijetween  the  theoretical  and  experimental 
results  in  the  case  of  the  pit  on  the  basal  pinacoid,  as  shown  by  referring  to 
Plate  XXVI,  figure  32.  In  both  model  and  drawing,  the  faces  closing  the 
deeper  end  of  the  pit  are  seen  to  \x  steeper  than  in  ihe  case  of  the  dome. 
Since  the  pit  on  the  clinopinacoid  was  taken  as  the  basis  from  which 
the  negative  corrosion  crystal  was  built  up,  the  actual  form  will  neces- 
sarily be  the  same  as  the  theoretical. 

The  pit  on  the  prism  as  deduced  in  this  theoretical  way,  will  be  seen 
to  be  potentially  similar  to  that  actually  obtained  by  etching,  if  we 
remember,  as  in  the  case  of  that  on  the  orthopinacoid,  that  the  over- 
hanging edge  left  at  the  lower  part  will  be  the  starting  point  of  vigorous 
solution  and  quickly  removed. 

We  have,  by  these  experiments,  been  able  to  deduce  a  generalization 
which  may  be  stated  as  follows:  The  relationship  between  pits  developed 
upon  the  various  faces  of  the  same  crystal  may  be  shown  if  a  negative 
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.  I  i.  r«rmc<l  bv  hriniring  togtther  two  p«t«  from  opposite  (acw. 

tI?  he  STn  any   ^  may  ^obtained  by  ^kci-.K  a  similar  ami 

L^aV.  X"    the  «pp.«i.e  -le  of  the  centre  of  symmetry  of  the 

co""  >  Ina  moving  it  inTowanl.  the  centre,  in  a  .hrect.on  para  lei  w.th 

ti      umil   it  cut,  ofT  a  small  porti..n  of  the  m-Kafve  crystal.     The 

4"  ty  remaining  in  the  cut  off  part  will  l.e  the  p.t  re.,u.rcHi. 


5.  The  Bkaks. 

(a)  The  nature  and  classification  of  l>ealis.  •     •    ..  ^^ 

The  formation  of  clawed  or  leaked  projection,  from  the  l.^ttom. 
„f  the  pit    wa   an  early  obsc-rved  feature  of  the  phenomena  of  etch-n^. 
Th!  V   m  V  b"   Gained  in  the  majority  of  crystals  under  favourabe 
circum'lnces     Their  u.rmat.o,.  is  however  not  at  all  what  one  w..uld 
•LcT     h  has  been  shown  by  Becke  «  that  in  the  central   open  ,k»  t  o 
^p  t    currents  pro<luced  in  the  process  of  etchmg  would  -"cnio w  ,he 
tlZ;  II  it  became  saturated  with  the  pr.Klucts  o   ^^^J^ 
cKDose  a  fresh  supply  of  unneutralizcd  corrosive.    In  the  corners       inc 
pSs  w'uld  no'  go  on  so  rapidly,  and  action  w..uld  not  U-  s.,  v.gorou. 
Th  s  wodd  tend  to  make  the  pr<Kluction  of  U-aks  an  '"M--''""   •  J" 
L  it  LcoL  a  matter  of  interest  .0  devise  some  explanation  for  the.r 

^"^  mWing  experiments  show  the  -''^ten,.  of  jhree  typcs^of 
beaks  two  of  which  arc  heretofore  undescnbed.  \\e  have,  m  the  nr. 
^ac'  ;  that  form  which  extends  from  one  ^^^^^^^  f^J^H^^  ^^  ^ll 
is  apparently  superficial,  and  which  may  l.e  called  he  craek  iHak 
pS  XXV  I  fir  ^5)-  I"  the  second  place  we  have  the  normal  beak  e.v- 
dng  f^om  ih^dSpest  part  of  the  pit.  and  in  the  third  t,vetid,uar 
beak  which  may  have  no  apparent  connection  w.  h  any  p  .  and  ^hieh 
l^^ay  extend  for  I  considerable  distance  within  the  body  of  the  crystal. 

^'^  -S^cl^cS^tics  of  the  crack  beak  are  described  in  greater  detail 
•  in  tL  cai  o  colemanite.  but  examples  were  also  observe.  ,n  the  e,ch,n« 
of  diopside.  It  appears  like  a  crack  extending  in  ^^^ ;^^^^;^  :^lj^ 
nro<luction  of  the  longer  side  of  the  pit  throuRh  one  of  the  acute  ang  es 
r  t^d^l^t  that  on  any  crystal  face  parallel  to  t'-v^rtu-al  axis  n^a^ 
c  vstalloeranhic  system,  except  the  isometric,  the  d>rection  of  he  m<,>t 
lly  a!d' rapid  sol-tion  will  be  indicated  by  the  longest  side  of  he  p  . 
an]  that  inclined  toward  this  and  parallel  to  another  sde  o,  the  p... 

»  Min.  u.  pctr.  Mitth..  7:  240.     1885. 
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there  is  a  direction  of  slowest  solubility  or  greatest  resistance.  The 
crack  beaks  are  then  merely  extensions  of  the  longest  side  of  the  pit  in 
the  line  of  least  resistance. 

(c)  The  normal  beaks. 

The  processes  which  result  in  the  formation  of  normal  beaks  are, 
like  those  leading  to  beaks  of  the  other  types,  so  obscure  that  any 
attempt  at  discovering  them  is  beset  with  many  difficulties,  but  some  of 
the  facts  observed  in  the  foregoing  experiments  seem  to  suggest  an 
explanation.  The  fundamental  fact  should  first  be  noted  that  the  beaks 
always  spring  from  the  deepest  part  of  the  pit.  Many  times  pits  were 
observed  which  had  this  deepest  part  developed  in  such  a  way  as  to 
warrant  the  conclusion  that  beaks  were  just  beginning  to  grow.  In 
some  cases  one  of  the  side  walls  was  seen  to  be  steep,  vertical  or  even 
overhanging.  In  others,  the  deepest  part,  at  the  base  at  such  a  steep 
side  had  become  enlarged  so  as  to  form  a  knob-like  projection.  The 
forces  acting  upon  a  particle  of  the  solvent  in  such  a  narrow  corner, 
are  indicated  in  the  diagram.    Of  the  four  figure  faces  here  indicated 


in  the  diagram,  the  longest,  b,  is  the  most  slowly  attacked  and  therefore 
has  the  least  attraction  for  the  particles  of  the  solvent,  while  the 
smaller,  a,  c,  and  d,  art  those  of  most  rapid  solution  and  therefore 
of  greatest  attraction.  In  consequence  each  particle  of  the  solvent 
is  under  the  influence  of  forces  which  draw  it  toward  the  faces 
illustrated,  and  will  move   in  the  resultant  direction  e.     The   most 


/V, 


rapid  solution,  then,  will  take  place  at  the  point  where  the  line  of  motion 
strikes  a  face  of  the  pit.  The  result  of  such  action  will  naturally  be  to 
accentuate  the  depth  of  the  deepest  part. 
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A„,  .„h  ^  come,  win  be  ,he  sunlng  P;>'"'2;'Sthe"il°T„ 
at  first  o(  »  »me.hat  tapenng  f"'"'°"-,„*^[„rte  direction.  «  and 

t-f;i,rs  ti^rit--:  ...tion .. ... ..« 


increase  the  length  of  the  excavation.     The  transition  from  this  to 
a  normal  beak  can  readily  be  conceived. 

^"^  Th^  l^^sLtthich  are  here  described  as  tubular  beaks,  and  which 

SHSel^^e;^^^:^-:-^^^^ 

ch  a  narrow  sJr^Many  o^  them  indeed  are  apparently  not  con- 
^!^ted  wkL  pits  Their  growth  is  probably  due  to  the  ease  w.th 
Scolion  can  take 'place  parallel  with  a  cleavage  plane.^nd 
wWch  is  so  pronounced  that  such  directions  have  been  called     solu 

''""scleral  examples  were  observed  in  which  two  pits  were  joined  by  a 

he  result  would  be  a  number  ot  cavities  arranged '"  ^.f  f  "''X^Je 
graphic  direc^on.  But  in  ^^^^^^^^l^ ^,Z. 
rirTSo':  rifeo:^rr;'^urse  i  coding  in  contact  with 
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due  to  the  presence  of  numerous  inclusions  arranged  in  parallel  position. 
They  are  usually  of  a  definite  crystalline  form,  often  similar  to  that  of 
the  host,  hut  sometimes  they  are  branching  or  trichitic  inclusions  of 
varied  outline.  Now  Judd  has  pointed  out-'  that,  while  the  inclusions 
have  a  crystalline  form,  they  are  isotropic  and  the  form  therefore  cannot 
be  their  own.  "I  am  led  to  the  conclusion  that  the  substances  forming 
the  various  enclosures  do  not  consist  of  any  definite  chemical  compounds 
assuming  the  regular  crystalline  form  belonging  to  mineral  species  but 
that  they  are  a  mixture  of  various  oxides  in  a  more  or  less  hydrous  con- 
dition, such  as  hyalite,  opal,  gothite  and  limonite,  hence  their  isotro- 
pism,  their  varieties  in  colour  and  their  res'  ^nce  to  the  action  of 
acids".    In  other  words  the  inclusions  are  psv^^^domorphs. 

It  was  also  lown  that  while  all  the  inclusions  had  one  parallel  pair 
of  faces,  the  rest  of  their  outlines  were  very  frequently  irregular,  and 
closer  examination  revealed  the  fact  that  in  these  cases  the  inclusion 
did  not  completely  fill  its  cavity.  In  \iew  of  this  Judd  adds:  "The 
suggestion  which  seems  to  me  to  be  most  in  accord  with  all  the  facts 
of  the  case  is  that  those  enclosures  are  of  the  nature  of  negative  crystals 
which  are  more  or  less  completely  filled  with  the  foreign  substance, 
the  enclosures  assume  the  outlines  of  true  crystals,  though  they  do  not 
of  course  exhibit  their  optical  properties". 

Goldschmidt  has  shown  in  the  paper  above  referred  to  that  if  an 
etched  crystal  be  placed  in  a  saturated  solution  of  the  same  substance 
the  pits  themselves  attract  the  dissolved  particles  and  in  consequence 
immediately  become  filled.  It  follows  then  that  such  negative  crystals 
cannot  l,ave  been  left  in  the  growth  of  the  host.  Judd  suggests  that 
they  may  have  been  due  to  the  subsequent  action  of  etching,  though  he 
does  not  offer  any  explanation  of  its  occurrence  within  the  substance 
cf  the  crystal  and  not  on  its  surface. 

Further,  schillerization  is  to  be  observed  only  in  deep-seated  rocks, 
and  Judd  belie  ■  that  as  the  silicates  are  known  to  be  soluble  to  a  certain 
extent  in  water  at  a  great  heat  and  under  high  pressure,  it  is  to  this 
actii  that  we  are  to  look  for  the  cause  both  of  the  corrosion  resulting 
in  the  production  of  the  negative  crystals  and  of  their  subsequent  filling 
with  foreign  n  atcrial.  According  to  the  conclusions  reached  in  the 
paper  above  quoted,  schillerization  is  due  to  a  process  of  etching  which 
attacks  the  interior  of  the  crystal  rather  than  its  surface,  and  to  the 
subsequent  filling  cf  the  cavities  so  formed  by  an  isotropic  substance 
derived  from  the  mineral  itself. 

The  only  stage  in  the  process  left  unexplained  is  the  ft)rmation  of 

"Quart.  Jour.  Geol.  Soc.,  41:  384.     1885. 
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the  negative  crystal,  by  etching,  and  the  experiments  descnbed  m  the 
precedfng  paragraphs  appear  to  give  some  indications  of  the  cond.t.ons 
mfder  which  this  would  take  place  in  nature.  In  the  laboratory  we 
have  a  gentle  corrosive-dilute  hydrofluoric  ac.d  at  i«)  -actmg  for 
a  considerable  time  upon  a  crystal,  in  nature  we  have  a  corrosive  ^r^ 
haps  equally  mild-water  at  a  high  temperature  and  pressure-actmg 
up^n  a  crysL  for  a  much  greater  time,  and  the  results  are  qu.te  corn- 
Table  It  is  true  that  the  channels  and  negative  crystals  m  he  natural 
;xlmples  may  be  much  larger  than  in  the  artificial  a  result  qu.te  m 
Sng  with  the  fact,  which  these  experiments  .Hustrate,  that  slow 
eSng  tends  to  make  possible  the  production  of  larger  etch-figures. 
Furthermore  as  a  link  in  the  chain  of  evidence,  .t  .s  interestmg  to  re- 
mP^K^r  that  naturally  etched  crystals  are  occasionally  met  with  as. 
r  np!e.  that  of  spodumene  from  Alexander.  N.C..  descnbed  by 

I 
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EXPLANATION  OF  FIGURES. 

.  Immature  pit  in  shallow  depression,  Colemanite  (010),   1% 

Acetic  Acid,  100°. 
.  Two  adjacent  pits  connected  by  a  tube,  Colemanite  (010), 

1%  Acetic  Acid,  100°. 
.  Immature  pit  in  shallow  depression,  Colemanite  (oio),   1% 

Hydrochloric  Acid,  100°. 
.  Fits  in  parallel  arrangement,  Colenuinite  (010),  2%  Hydro- 
chloric Acid,  loo"*. 
.  Pit  on  Colemanite  (010),  2%  Hydrochloric  Acid,  100°,  after 

second  exposure. 
.  Deep  pit  remaining  after  a  third  exposure  as  above. 
.  Typical  symmetrical  pit,  Colemanite  (010),  100°,  third  exposure. 

Asymmetric  pit,  Colemanite  (010),  4%  Hydrochloric  Acid,  100°. 

Beaked  pit,  Colemanite  (010),  6%  Hydrochloric  Acid,  100°. 

Very  immature  pit.  Spodumene  (no).  Sulphuric  Acid  and 

Fluorite,  15  minutes. 

Second  type  of  pit,  less  immature,  Spodumene,  as  before. 

Third  type  of  pit,  Spodumene  (no),  as  before. 

Beaked  pit,  Spodumene  (no),  as  before. 

Fifth  type  of  pit  showing  rudimentary  beak,  Spodumene  (no), 

as  before. 

More   mature   pit,   Spodumene    (no).   Sulphuric   Acid   and 

Fluoric  Acid,  30  minutes. 

Deeper  form  showing  a  perpendicular  and   a  curved   side, 

Spodumene  (no),  as  before. 

Four-sided  pit  on  Spodumene  (no),  fused  Sodium  Hydrate, 

2  minutes. 

Five-sided  pit  on  Spodumene  (no),  as  before. 
Six-sided  pit  on  Spodumene  (no),  as  before. 
Shallow  five-sided  pit  on  Spodumene  (no),  as  before 

Primitive  pit,  a  mere  shallow  depression,  Diopside,  De  Kalb, 

N.Y.  (no).  Sulphuric  Acid  and  Fluorite,  2  minutes. 

Pit  in  second  stage,  Diopside  (no),  same  corrosive,  4  minutes. 

Unusual    asymmetric    pit,   Diopside,    Zillerthal    (no),    same 

corrosive,  4  minutes. 

Typical  pit,   Diopside,   Zillerthal    (010),   same  corrosive,    16 

minutes. 
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Fie  2S.  26.  Asymmetrical  pits,  same  mineral,  same  conditions. 

FiK   27    Pits  occurring  above  and  on  either  side  of  edge  of  twmnmg 

plane,  Diopside,  Zillerthal  (010),  same  corrosive.  33^  mmutes. 
Fig.  28.  Typical  flat-bottomed  pit,  like  Greim's  second  type,  Diops.de. 

Zillerthal  (010),  same  corrosive,  iS^A  mmutes.  .... 

Fig.  29.  Typical  pit,  Diopside.  Zillerthal  (100).  50%  Hydrofluoric  Acid. 

6H  minutes.  ....        o 

Fig.  30.  Pit  on  Diopside.  Zillerthal  (101).  dilute  Hydrofluoric  Acid.  100  . 

20  minutes  ....        o 

Fig.  31.  Pit  on  Diopside,  Zillerthal  (loi),  dilute  Hydrofluoric  Acid.  100  . 

30  minutes.  .    »   •.         o 

Fig.  32.  Pit  on  Diopside,  Zillerthal  (001),  50%  Hydrofluoric  Acid,  100  , 

20  minutes.  „. .    . .  j 

Fig   33    Pit  on  Diopside  (no),  fused  Calcium  Chloride,  15  seconds. 
Fig    34.  Pit  on  Diopside.  Zillerthal.  same  corrosive.  30  seconds 
Fig.  35.  Colemanite  etched  with  10%  Hydrochloric  Acid,  100°,  showing 

"crack  beak".  „    ,       .        . 

Colemanite,  2%  Hydrochloric  Acid,  100°,  showing  the  position 
of  pits  on  adjacent  sides  of  a  cleavage  plane.  The  line  sur- 
rounding indicates  the  corners  of  the  fragment. 

Fig.  37-  Plaster  model  of  diopside  crystal. 

Fig.  38.  Model  of  theoretical  pit  on  the  base. 

Fig.  39.  Model  of  theoretical  pit  on  orthodome. 

Fig.  40.  Model  of  theoretical  pit  on  orthopinacoid. 

Fig.  41.  Model  of  theoretical  pit  on  prism. 

Fig.  42.  Model  of  theoretical  pit  on  clinopinacoid. 


Fig.  36 
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